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© Method of determining optimum optical conditions for an antNreflective layer used in a method of 
forming a resist pattern. 
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© A . method of determining an optimum condition of an anti-reflective layer upon forming a resist pattern by 
exposure with a monochromatic light, a method of forming the anti-reflective, layer therewith, a method of 
forming a resist pattern using a novel anti-refiective layer obtained therewith, and a method of forming a film. 
The optimum condition of the anti-reflective layer is determined and the anti-reflective layer is formed by the 
methods described below. Further, an optimal anti-reflective layer is obtained by the method which is used for 
forming the resist pattern. The method comprises (I) forming an equi-cdntour line for the amount of absorbed 
light regarding a photoresist of an optional film thickness using the optical condition of the anti-reflective layer as 
a parameter, (II) conducting the same procedure as in (I) above for a plurality of resist film thicknesses, (III) 
finding a common region for the amount of absorbed light with respect to each of the traces obtained, thereby 
determining the optical condition for Jhe anti-reflective layer, (IV) applying same procedures as described above 
while changing the condition of the anti-reflective layer, thereby determining the optical condition for the anti- 
reflective layer, and (V) determining the optimum optical condition such as the kind and the thickness of the anti-. 
reflective layer under a certain condition of the anti-reflective layer. 
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The present .invention concerns a method of determining conditions for an anti-reflective layer, a 
method of forming an anti-reflective layer, a method of forming a resist pattern by using a novel anti- 
reflective layer and a method of forming a film. In particular, it relates to a method of determining a 
condition of an anti-reflective layer for defining optical conditions such as a thickness and a refractive index 
s condition, for example, reflection refractive index and absorption refractive i ndex of an anti-reflective la y_er„ 

_ — upon-forming-a-resist'pattem-by"exposing~Ohotoresist on an anti^refiective layer formed 'on an underlying 

- material by a monochromatic light, a method of forming the anti-reflective layer utilizing, the above- 
mentioned method and a method of forming a resist pattern by using a novel anti-reflective layer, and a 
method of forming a film which can be used the above mentioned method of forming the anti-reflective 
10 layer. The present invention can be utilized suitably, for example, to a case of setting an anti-reflective layer 
disposed for preventing the standing wave effect when photolithography is used or a case of forming a 
resist pattern by using an anti-reflective layer when photolithography is used upon manufacturing, for 
example, electronic materials (such as semiconductor devices). 

For instance, in the photolithography, a KrF excimer laser beam (248 nm) is used and a lens of about 
J5 0.37 to 0.42 NA is mounted in most advanced steppers (projection exposing machine) at present (for 
example, Nikon NSR 1505 EX1 , Canon FPA 4500). By using the steppers, research and development have 
been studied for design rule devices in a sub-half micron (0.5 um) region. 

In the stepper, a monochromatic light is used as an exposing optical source. In a case of exposure by 
the monochromatic light, it has been generally known that a phenomenon referred to as a standing wave 
20 effect occurs. The standing wave is caused by occurrence of light interference in a resist film. That is, it is 
caused by interference between an incident light P and a reflection light R from the interface between a 
resist PR and a substrate S in the film of the resist RR. 

As a result, as shown in Fig. 19, the amount of light absorbed in the resist (ordinate in the graph) 
fluctuates depending on the thickness of the resist film (abscissa in the graph). In the. present specification, 
25 the amount of light absorbed in the resist means an amount of light absorbed in the resist itself excluding 
the amount of light due to surface reflection, absorption by a metal if it is present in the resist, or light 
outgoing from the resist. The amount of the absorbed light constitutes an energy for causing light react ion 
to the resist. 

> As can be seen from the comparison between Fig. 20 and . Fig. 21, the extent of the fluctuation for the 

30 amount of the absorbed light differs also depending on the kind of underlying substrates. In Figs. 19, 20 
and 21, XP 8843 (manufactured by Shipley Co.) is used in each of the cases and Si, Al-Si and W-Si are 
used as the underlying material in respective cases. That is, fluctuation for the amount of the absorbed light 
is determined by a complex swing reflectivity (R) (in which (R) represents that jt is a vector amount haying, 
... a rear part and' an imaginary part) considering multiple interference determined by optical constants (n, k) of 

35 the underlying material (substrate) and optical constants (n, k) of the resist. 

Further, in an actual device, as schematically shown in Fig. 22, unevenness is always present to the 
surface of a substrate. For instance, protrusions In such as poly-Si are present. Therefore, when the resist 
. PR is coated, the thickness of the resist film varies between upper and lower portions of the step. That is, 
the thickness dPR2 of the resist film on the protrusion In is smaller than the thickness dPR1 of the resist 

40 film in other portions than the above. As has been described previously, the standing wave effect differs 
depending on the thickness of the resist film and, accordingly, fluctuation for the amount of the light 
absorbed in the resist changes respectively undergoing the effect of the standing wave effect. As a result, 
the dimension of the resist pattern obtained after exposure and development differs between the upper and 
the lower portions of the step. 

45 Influence of the standing wave effect on the dimension of the pattern becomes more remarkable as the 
pattern is finer in a case of using a stepper of an identical wavelength and an identical number of aperture. 
Figs. 23 - 25 show the influencd of the standing wave effect on every pattern dimension in a case of using 
Nikon NSR 1505 EX1 as a stepper (exposure light used: k .= 248 nm, KrF excimer, NA = 0.42) and using 
XP 8843 as a resist (chemically amplified type resist, a polyvinylphenol type resist containing optical acid 

so generating agent, manufactured by Shipley Microelectronics Co.). It is apparent that the standing wave 
effect becomes remarkable as the pattern becomes finer (refer also to the scattering of critical dimension 
shift at 0.5 um, 0.4 um and 0.35 um line-and-space patterns shown by "open circles" in the drawings). 
The above-mentioned trend is a phenomenon observed in common with all of resists. 
The dimenisional accuracy^ of a resist pattern in a photolithographic step upon manufacturing a device 

55 such as a semiconductor deviSfe is generally ±5%. Although it is considered that an accuracy coarser than 
±5% in total may be practically tolerable. However, it is desirable that the pattern accuracy upon resist 
exposure is within ±5%, if occurrence of scattering due to other factors such as focus is also taken into 
consideration. For attaining the dimensional accuracy of ±5%, it is essential to reduce the standing wave 
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t effect. 



Fig. 26 shows a dimensional variation of the resist pattern relative to the fluctuation (ordinate! for th* 
amount of absorbed light in the resist film (abscissa). As can be seen from Fig. 26 flSSS* or Si 
amount of absorbed light in the resist film has to be within a range of less than 6%' in order ^ul£u* 
for example, a rule device of 0.35 urn. '"dnuiacture, 



For satisfying the above-mentioned requirement, earnest studies have been made on the anti-reflective 

2 tTn' n it e : ? ,ie ' dS - H0WeVer> 3lthOU9h ,he material under, V in 9 material and »• resistto be u ed 

*ln SZT;; L » ,? T S t0 det6rmine 33 10 What are the COnditions for the anti-reflective layer thai 
can attain an anti-reflective effect suitable to such a case. 

io For instance, in the formation of a pattern on a gate structure (for example, on a W-Si film) for which an 
fH Z T ,S C °f dered dispensable, it has not yet been determined regarding the condition for 
the an -reflective layer that reduces fluctuation for the amount of the absorbed light in the resist film or 
example to a range of less than 6%. Natural.y. no effective anti-reflective layer material to be used for such 
w-oi nas yet oeen found. 

' 5 pv^I^ StrUCtUre r in9 ?. e , W:Si materi3 ' 33 the 9ate> a pattern has now been f °™ d at present, for 
ZlTt; £ 751 ?• m " ,tHayer resist metnod or dye-incorporated resist. Accordingly, it is considered 
essential to establish anti-reflective technique on W-Si as soon as possible 1 

rnfl !" SUCh 3 case ' if there is a means ca P a ble of determining comprehensive conditions and concrete 
conditions regarding an ant.-reflective layer for forming a stable fine pattern on an optional underlying 
20 materia, (substrate) using an exposure optica, source of an optional monochromatic light « can be found for 
the condition of the ant,-reflective layer to be formed, for example, on W-Si. However, no such means has 

yet been proposed. 

to J^Tl^ 0 ? H^f been aChieV6d Vi6W ° f the f ° re9oin 9 situations and » is an °"ject thereof 
2s cond Z thT a , « d eterm,n,ng a condition for an anti-reflective layer capable of determining a 

'Z^iZZJZT^*" yer used in a case of ,ormin9 3 resist pattern on an °P tional under, y' n 9 

material (substrate) by usmg an exposure optical source of an optional monochromatic light, so that a stable 
resist pattern can be formed satisfactorily even if the resist pattern Is fine 

Another object of the present invention is to provide a method of forming an anti-reflective layer by the 
condition described above. . y 
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further object of the present invention is to provide a method of forming a resist pattern by 
developing a novel anti-reflective layer and using such an anti-reflective layer 

mo J h H for ^ 9 f oin 9. obiect can be attained accordance with the first aspect of the present invention by a 
method of ^determining , a condition for an anti-reflective layer upon forming a resist pattern by exposing a 
photores,st on the anti-reflective layer formed on an underlying material by a monochromatic light, wherein 
35 the f,lm th.ckness and the optical condition of the anti-reflective layer are determined by the following, 
means, which comprises 'a 

(I) determining an equ^contour line for the amount of absorbed light to a photoresist of an optionally 
determmed film thickness using the optical condition for the anti-reflective layer as a parameter 

(II) . "determining eqyi-contour lines for the amount of absorbed light for a plurality of resist film 
to thicknesses in the same manner as in (I) above, 

(III) finding a common region, for the amount of the absorbed light for each of the equi-contour lines 
obtained in (N) above and setting the optical condition defined by the common region as an optical 
condition for the anti-reflective layer in the condition defined initially in (I) above 

l' V) de j e ' mi " in9 the °P tical condition for the anti-reflective layer by conducting the same procedures as 
45 described above while changing the condition for the anti- reflective layer and 

(V) finding the optimum optical condition for the anti-reflective layer in the condition for the anti-reflective 
layer according to (IV) above, i 

The foregoing object can be attained in accordance with the second aspect of the present invention by 
a method of forming an anti-reflective layer upon forming a photoresist pattern by exposing a photoresist on 
>o the ant.-reflect.ve layer formed on an underlying material by a monochromatic light, wherein the anti- 
reflective layer is formed by using a substance adaptable to the optical condition for the refractive index 
based on the optimum refractive index condition for the anti-reflective layer determined as optimum optical 
condition by the means (I) - (V) as defined in the first aspect. 

The foregoing object can be attained in accordance with the third aspect of the present invention by a 
« method of forming a resist pattenY which comprises forming an anti-reflective layer with silicon carbide on 
an underlying refractory metal silicide material and forming a photoresist on the anti-reflective layer. 

The foregoing object can be attained in accordance with the fourth aspect of the present invention by a 
method of forming a resist pattern by forming an anti-reflective layer on an underlying metalic material and 
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forming a photoresist on the anti-reflective layer thereby forming a resist pattern, wherein the anti-reflective 
layer is formed with an organic or inorganic substance under the conditions of the film thickness and the 
optical condition determined by the following means, which comprises: " 

(I) determining an equi-contour line for the amount of (absorbed) light and dose to a photoresist of an 
optionally determined film thickness using the optical condition for the anti-reflective layer as -a 
parameter, — • : — — — : — — ^ 

(II) determining equi-contour lines for the amount of photoresist absorption for a plurality of resist film 
thicknesses in the same manner as in (I) above. 

(III) finding a common region for the amount of the photoresist absorption for each of the equi-contour 
lines obtained in (II) above and setting the optical condition defined by the common region as an optical 
condition for the anti-reflective layer in the condition defined initially in (I) above, 

(IV) determining the optical condition for the anti-reflective layer by conducting the same procedures as 
described above while changing the condition for the anti- reflective layer and 

(V) finding the optimum optical condition for the anti-reflective layer in the condition for the anti-reflective 
layer according to (IV) above. 

The foregoing object can be attained in accordance with the fifth aspect of the present invention by a 
method of forming a resist pattern which comprises forming an anti-reflective layer on an underlying metalic 
material with silicon carbide or silicon oxide and forming a photoresist on the anti-reflective, layer thereby, 
forming a resist pattern. 

The foregoing object can be attained in accordance with the sixth aspect of the present invention by a 
method of forming an anti-reflective layer on an underlying inorganic material (including metal material and 
silicon material) and forming a resist- pattern on the anti-reflective layer thereby forming the resist pattern, 
wherein the anti-reflective layer is formed with an organic or inorganic substance satisfying the film 
thickness and the optical condition determined by the following means, which comprises: 

(I) determining an equi-contour line for the amount of photoresist absorption to a photoresist of an 
optionally determined film thickness using the optical condition for the anti-reflective layer as a 
parameter. ' 

(II) determining equi-contour lines for the amount of photoresist absorption for a plurality of resist film 
thicknesses in the same manner as in (I) above, 

(III) finding a common region for the amount of the photoresist absorption for each of the equi-contour 
lines obtained in (II) above and setting the optical condition defined; by. the common region as an optical 
condition for the anti-reflective layer in the condition defined initially in (I) above. 

(IV) determining the optical condition for the anti-reflective layer by conducting the same procedures as 
described above while changing the condition for the anti- reflective layer" and . ' '■ " v 

(V) finding. the optimum optical condition for the anti-reflective layer in the condition for the anti-reflective 
layer according to (IV) above. 

The foregoing object can be attained in accordance with the seventh aspect of the present invention by 
a method of forming a resist pattern which comprises forming an anti-reflective layer with -silicon carbide or 
silicon oxide on an underlying silicon material and forming a photoresist on the anti-reflective film, thereby 
forming a resist pattern. 

The foregoing object can be attained in accordance with the eighth aspect of the present invention by a 
method of forming a resist pattern as defined by the fourth aspect, wherein an anti-reflective layer is formed 
on an underlying metal material by using an organic or inorganic substance having a value within ±0.6 for 
the reflection refractive index n and a value within ±0.2 for the absorption refractive index k and forming a ' 
photoresist on the anti-reflective layer, thereby forming the resist pattern. 

The foregoing object can be attained in accordance with the ninth aspect of the present invention by a 
method of forming a resist pattern, wherein an SiO film having reflection refractive index n = 2.4 ± 0.6 and 
absorption refractive index k = 0.7 ± 0.2 is used as an anti-reflective layer on an underlying metalic 
material. 

The foregoing object can be attained in accordance with the tenth aspect of the present invention by a 
method of forming a resist pattern, wherein a Si x O y N 2 film or a Si x N y film having reflection refractive index n 
= 2.4 ± 0.6 and absorption refractive index k = 0.7 ± 0.2 is used as an anti-reflective layer on the 
underlying metalic. \ ■ 

The foregoing object can bf attained in accordance with the 11th aspect of the present invent ion by a 
method of forming a resist patfern as defined by any one of the eighth to tenth aspects, where in the 
underlying metalic material comprises a refractory metal silicide. 

The foregoing object can be attained in accordance with the 12th aspect of the present invention by a 
method of forming a resist pattern, in which a Si x 0 y N 2 film is formed as an anti-reflective layer on the 
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underlying metalic material thereby forming a resist pattern. 

The foregoing object can be attained in accordance with the 13th aspect of the present invention by a 
method of forming a resist pattern as defined by the 12th aspect, wherein the metalic material is anyone of 
aluminum and aluminium alloys, 
s The foregoing object can be attained in accordance with the 14th aspect of the present invention by a 

method oRorming a resisflDatterTrirrw 
an underlying silicic material thereby forming a resist pattern. 

The foregoing object can be attained in accordance with the 15th aspect of the present invention by a 
method of forming a resist pattern as defined by the 14th aspect, where in the silicic material comprises 
io any one of single crystal silicon, polycrystal line silicon, amorphous silicon and doped poly-silicon. 
The first aspect of the present invention comprises as shown in Fig. 1, 
(I) determining an equi-contour line for the amount of photoresist absorption to a photoresist of an 
optionally determined film thickness using the optical condition for the anti-reflective layer as a 
parameter, 

75 (II) determining equi-contour lines for the amount of photoresist absorption for a plurality of resist film 
thicknesses in the same manner as in (I) above, 

(III) finding a common region for the amount of the photoresist absorption for each of the equi-contour 
lines obtained in (II) above and setting the optical condition defined by the common region as an optical 
condition for the anti-reflective layer in the condition defined initially in (I) above, 
20 (IV) determining the optical condition for the anti-reflective layer by conducting the same procedures as 
described above while changing the condition for the anti- reflective layer and 

(V) finding the optimum optical condition for the anti-reflective layer in the condition for the anti-reflective 
layer according to (IV) above. 
An optimum condition for the anti-reflective layer is obtained in accordance with the foregoing 
25 constitution and a substance adaptable to the condition, that is, capable of satisfying or substantially 
satisfying such a condition is selected thereby enabling to form ah effective anti-reflective layer. 

For instance, each of refractive indices n, k at each of specific wavelengths (exposure wavelength) is 
determined by a means such as a spectroscopic eliipsometer and a substance having such refractive 
indices n, k is searched from existent substances as the anti-reflective material, or a substance for such a 
30 condition can be synthesized to serve for the anti-reflective material. 

Description will then be made to a methodology of determining a comprehensive condition for an anti- 
refiective layer by using the present invention with reference to the drawings. 

(1) The thickness of the resist film between maximum values or between minimum values of the standing 
wave effect is given as k/4n assuming* the refractive index of the resist as n PR arid" the exposure 

35 wavelength as k (refer to Fig. 2). 

(2) An anti-reflective layer ARL is assumed between the resist and the substrate, with the film thickness 
as d ar1 and optical constant as n arl , k ar1 . 

(3) Taking notice on the film thickness at a certain point in Fig. 2 (for instance, a film thickness for 
maximizing the standing wave effect), the amount of the photoresist absorption in the resist film 

40 fluctuates at that point as n ar1 ,k ar1 are changed while the film thickness d ar i of the anti-reflective layer 
being fixed. The varying trace/that is, the equi-contour lines for the amount of photoresist absorption is 
determined as shown in Fig. 3. The procedures described above correspond to (I), in accordance with the 
present invention. 

(4) When the procedure (3) is applied repeatingly to four points each at k/8n PR interval with reference to 
45 other different film thickness d pr of the resist, at least, film thickness maximizing or minimizing the 

standing wave effect. Fig. 4 to Fig. 6 corresponding to Fig. 3 are obtained (in Figs. 3-6, the thickness of 
the anti-reflective layer is defined as 20 nm and the thickness of the resist layer is defined as 985 nm, 
1000 nm, 1018 nm and 1035 nm, respectively). This corresponds to the means (II). 

(5) The common region for each of the graphs in Fig, 3 to Fig. 6 shows a region in which the amount of 
so absorption in the resist film does not fluctuate even if the resist film thickness varies. That is, the 

common region described above is a region having a highest anti-reflective effect for minimizing the 
standing wave effect. Accordingly, such a common region is searched. The common region can be 
found conveniently, for example, by overlapping each of the graphs to determine the common region 
- (the common region may of course be retrieved by a computer). This corresponds to the means (III). 
55 (6) Procedures (3), (4), (5) are repeated while continuously varying the film thickness d of the anti- 
reflective layer. For instanc , assuming that the procedure was conducted, for example, at d = 20 nm up 
to (5), then the above-mentioned procedures are repeated while varying d. This can specify the condition 
for the film thickness d ar i of the anti-reflective layer minimizing the standing wave effect and a condition 
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for the optical constant n arl , k arl . This corresponds to the (IV). 
The kind of the film that satisfies the condition to be met by the anti-reflective layer specified in (6) 
above (film thickness, optical constant) is found by measuring' the optical constant of each kind of the films 
by the exposure light. This corresponds to (V). 
5 This methodology is applicable, in principle, to all of the wavelength and the kind of the underlying 

materiaL(substrate).^riurther,_an_anti=refl^ 

with the condition obtained in (7) above and with the substance capable of satisfying the condition 
(corresponding to Fig. 1 (VI)). 

By using the method 'in accordance with the present invention, the anti-reflective layer as an effective 
w means for forming a stable fine pattern on an optional underlying material (substrate) by using a stepper 
having an optical source of an optional monochromatic light can be designed easily. 

The present invention can be utilized for finding a condition of an organic or inorganic film for forming 
an anti-reflective layer used for forming a stable resist pattern on a W-Si film by using a KrF excimer laser. 
In this case, a substance having n, k condition shown in Figs. 14 and 15 to be described, later can be used. 
is In this case, it is desirable to use such an organic or inorganic layer having a tolerable range for each of n, 
k values in Figs. 14, 15, i. e. ±0.2 for n and ±0.05 for k. As for the anti-reflective layer, it is preferred to use 
SiC having n = 3.16 ± 0.2, k = 0.24 ± 0.05 at a film thickness of 50 ± 10 nm. SiC constituting the anti- 
reflective layer can be formed by sputtering or CVD. SiC can also be etched by RIE using CF*. CHF3, 
C2F6, C3F8, SF 6 or NF 3 series gas as an etchant and by adding Ar to thereby improve ionic property. 
20 The third through tenth aspects of the present invention can be attained by conducting the operation for 
finding the substance capable of satisfying the condition as described above by using the above-mentioned 
method. Referring to the third aspect of the present invention, it can be found that SiC (silicon carbide) is 
particularly appropriate on refractory metal silicide W-Si, based on which the present invention has been 
completed. 

25 This invention can suitably be used in a case of forming a stable resist pattern on a W-Si film by using 
a KrF excimer laser, in which SiC with n = 3.16 ± 0.2 and k = 0.24 ± 0.05 at a film thickness of 50 ± 10 
nm is preferably used as the anti-reflective layer. SiC constituting the anti-reflective layer can be formed by 
sputtering or CVD. SiC can be etched by RIE using CF* ( CHF 3 , C 2 F 6 , C3F8, SF e or NF 3 gas as an etchant 
and by adding Ar to improve the ionic property. 

30 Further, in the fourth aspect of the present invention, the concept of the first aspect is applied in a case 
of using a metalic material such as a refractory metal compound as the underlying material. 

Referring to the fifth aspect of the present invention, upon forming a resist pattern by forming a resist 
on an anti-reflective layer, when an operation. of finding out the substance capable of satisfying the condition 
- in accordance with- the -condition obtained- by4he above-mentioned method is conducted, it has been found 

35 that SiC (silicon carbide) and SiO (silicon oxide) are suitable on a metalic wiring material, particularly, Al and 
Al-alloys material, for example, Al, Al-Si, Al-Si-Cu or Cu and Cu-alloys material such as Cu, as well as that 
an organic or inorganic material found by the above-mentioned method is appropriate, based on which the 
present invent ion has been attained. 

This invention is preferably applied in a case of forming a stable resist pattern on an Al or al-alloys 

40 material such as Al, Al-Si or Al-Si-Cu or a Cu or Cu-alloys material such as Cu by using a KrF excimer 
laser. In this case, it is preferred to use SiO with n = 1.83 ± 0.2 and k = 0.75 ± 0.2 at a layer thickness of 
30 ± 10 nm as an anti-reflective layer, for example, on the Al or Al-alloys material. Alternatively, SiC with n 
* 2.3 ± 0.2 and k = 0.8 ± 0.2 is preferably used at a layer thickness of 20 ± 10 nm. Alternatively, it is 
preferred to use an organic or inorganic substance having an optimum curve regarding the refractive index 

45 and the layer thickness of the anti-reflective layer obtained in (V) above, and within a range of the value on 
the curve ±0.2 for n and the value on the curve ±0.15 for k. SiO constituting the anti-reflective layer can be 
formed by CVD or thermal oxidation. SiC can be formed by sputtering or CVD. The anti-reflective layer can 
be etched by RIE using CF 4 , CHF 3 , C 2 F S , C 3 H 8 , SF 6 or NF 3 series gas as an etchant and adding Ar and 
O2 to improve the ionic property. 

50 In the sixth aspect of the present invention, the concept of the first aspect is applied in a case of using 
an inorganic substance such as silicic material as an underlying* material. 

Referring to the seventh aspect of the present invention, when an operation was conducted in 
accordance with the condition obtained in the foregoing method and finding a substance capable of 
satisfying the condition, it has been found that SiC (silicon carbide) or SiO is appropriate on a silicic 

55 material, particularly, a silicon "Substrate, based on which the present invention has been attained. 

This invention can suitably be applied to a case of forming a stable resist pattern on a silicon substrate 
by using a KrF excimer layer. In this case, it is preferred to use SiC with n = 2.3 ± 0.2 and k = 0.65 ± 0.2 
at a layer thickness of 25 nm ± 10 nm as an anti-reflective layer. Alternatively, it is preferred to use SiO with 
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n = 2.1 * 0.2 and k = 0.7 t 0.2 at a layer thickness of 30 t 10 nm. SiO constitutina the anti r^ 0 ,r . 
can be formed, for example, by CVD or thermal oxidation. SiC can be formed e ! !T <" e f ct ' ve . 
CVD. The anti-reflective layer can be etched by RIE using CF 4 CF 3 C 2 T CiH a If n il * Sputter,n 9 «" 
an etchant and adding Ar and 0 2 or Ar or Q 2 to improve the ionic property ' ^ SeneS 935 35 

5 «-n M 8f n r,n9 'cl e * lh and t6nth 3SpeCtS 0f the present invent ion - 't been found that a SiO film 
S,0 x N 2 f.lm or S,N y fl m ,s appropriate on a metal ma terial such as r^tory metal-cn.cido-Tn-!. 

~rs toTOaned by the method as described ab - b - d - j^srs 

Thisjnvention is applicable preferably to a case of forming a stable resist pattern on a W-Si film hv 

OOaTk ^^'-^ 0TT2 a a tTJ n **Z T 8, 35 anti - flec « ve -Ver, it is preferred to s£, vl n l"^ ! 
0.6and k - 0.7 t 0.2 at a layer th.ckness of 30 ± 10 nm and further. SiO x can be formed by various kinds -of 
CVD processes. Further. SiO x can be etched by RIE usino. CHFi C.F, Thf Z « c • dS ° f 

and improving the ionic property. 9 ' 8 ' ° Fa ° T ^ gas aS an etchant 

Referring to 12th and 13th aspects of the present invention, it has been found that a SiO N film * 

fita^M '.f ™ 9 '° 0,9 141h a " d 15,h aSpec,s 01 ,hs press ™ '^""O". * been found that . SiO N 

• 2«di P rj'r„ 5 ss me cons, " u,ion - - - »p«— 

Fig. 2 is a view illustrating a standing wave effect- 
Fig. 3 is a view illustrating a trace of fluctuation for the amount of absorbed dose in a resist film (an 
equicontour line for the amount of photoresist absorption) in a case where n k * r *JrlT l, <- 

25 f-o 4 is k r s ° f r™ ctive iayer arl - with respect x,n9 

F.g. 4 1S a view . ustratmg a trace (equi-contour line) for other film thickness of the resist- 
Fig. 5 is a view .ustrating a trace (equi-contour line) for other film thickness of the resist-' 
F.g. 6 ,s a v.ew . ustrating a trace (equi-contour line) for other film thickness of the resist- 
F.g. 7 is a view illustrating the standing wave effect to be solved- ' 

30 o?n 8 S k hOW l,n traCe ? flU , CtUati ° n ^ am ° Unt ° f abS0rbed «0 ht in the resist fil <" Native to variation 
of n arl . k a „ (equi-contour l.nes of photoresist. absorption amount) for the resist film thickness of 985 nm 
in a case where the thickness of the anti-reflective layer is 30 nm' m.cKness ot 985 nm 

F.g. 9 is a view illustrating a trace (equi-contour lines) for the resist film thickness of 1000 nm- 

S' I,** V ' eW ■' US ratm9 tr3Ce (equi - contour lin es) for the resist film thickness of 1035 hm"' 
Fig. 2 is a view .ustrating the standing wave effect at the optimum condition (Example 1)- 
Fig. 3 is a view ,l ustrating the standing wave effect at the optimum condition (Example 1) 
Sca^ondS 9 3 re ' ati0nShip between the thi «*ness of the anti-reflective layer and n as the 

o F pticaf cldiS il,US,ratin9 3 r8lati0nship between the »**"•«■ of the anti-reftective ,ayer and k as the 
Fig. 16 is a n, k chart for finding the optimum antKreflective layer material- 

wi?h theprtor art; il,UStratin9 ^ anti - re " ective ef,ect of SiC <*> "m «>m thickness) on W-Si in comparison 

the resist" fUm;^ ^ 6XP,anati0n 0f a prob,em in the P*r art. which shows the interference of light in 

2' 20 i I I 0 ' exp ! anat ! on of a problem iri tn « P^r art. which shows the standing wave effect; 
F g. 20 is a view for the explanafon of a problem in the prior art. which shows the standing wave effect 

F o S £ I vT ° r I 8 ^ anati °" ° f 3 Pr ° blem " the prior art ' which shows *• ending wave effect 

Fa S ; i v r or r e , exp r at r of a probiem in the prior *«> m ^ ^ « =t eP: 

Fig. 23 is a view illustrating the effect of the standing wave effect- 
Fig. 24 is a view illustrating the effect of the standing wave effect- 
Fig. 25 is a view showing the effect of the standing wave effect- 

thLSinJ Vi6 , W illU f ati "? a ./ e,ationship betw «en the fluctuation for the amount of absorbed light and 
tne dimensional variation of the'pattern; 

Fig. 27 is a cross sectional view for a portion illustrating the structure of Example T 
Fig. 28 is a cross sectional view for a portion illustrating the structure of Example 14- 
Pig. 29 is a view illustrating the standing wave effect; 
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Fig. 30 shows a trace of fluctuation for the amount of absorbed light in the resist film relative to variation 
of n 3rl( k arK (equi-contour lines of absorbed light amount) for the resist film thickness of 982 nm in a 
,case where the thickness of the anti-reflective layer is 30 nm; 

Fig. 31 is a view illustrating the trace (equi-contour lines) for the resist film thickness of 1000 nm; 
Fig. 32 is a view illustrating the trace (equi-contour lines) for the resist film thickness of 1018 nm; 
Fig.-33-is-a-view-illustrating4he trace-te^ — — - — 

Fig. 34 is a view illustrating the standing wave effect at the optimum condition; ! - 
Fig. 35 is a view illustrating the standing wave effect at the optimum condition; 

Fig. 36 is a view illustrating a relationship between the film thickness and k as the optical condition of the 
anti-reflective film; 

Fig. 37 is a view illustrating the dependence of n, k values of the SiC film on the film forming condition; 
Fig. 38 is a view illustrating the anti-reflective effect of SiC (20 nm film thickness) on Al, AI-SU Al-Si-Cu in 
comparison with a comparative case; 

Fig. 39 is a view illustrating the anti-reflective effect of SiO (30 nm film thickness) on Al, Al-Si, Al-Si-Cu in 
comparison with the comparative case; 

Fig. 40 is *a cross sectional view for a portion illustrating the structure of Example 34; 
Fig. 41 is a view illustrating the standing wave effect; 

Fig. 42 is a view illustrating the anti-reflective effect of a SiC film (25 nm) on a silicon substrate in 
comparison with a comparative case; . 

Fig. 43 is a view illustrating the anti-reflective effect of a SiO film (30 nm) on a silicon ' substrate in 
comparison with a comparative case; _ - . 

Fig. 44 is a cross sectional view illustrating the structure of Example 43; 
Fig. 45 is a view illustrating the behavior of SiO film formation by CVD; 
Fig. 46 is a view illustrating the anti-reflective effect of SiO (24 nm) on W-Si; 
Fig. 47 is a cross sectional view illustrating the structure of Example 53; 
* Fig. 48 is a view illustrating the behavior in forming a Si x O y N z film by CVD; 
Fig. 49 is a view illustrating the anti-reflective effect of Si x O y N 2 (25 nm) on W-Si; 
Fig. 50 is a cross sectional view illustrating the structure of Example 65; 
Fig. 51 is a view illustrating the optical constant property of Si x O y N z or Si x n y ; 
Fig. 52 is a view illustrating the standing wave effect at the optimum condition in Example 65; 
Fig. 53 is a cross sectional view showing the structure of Example 77; ; . * 
Fig. 54 is a view illustrating the anti-reflective effect of a Si x O y N 2 film or Si x N y film (32 nm) on Si; 
Fig. 55 is a view illustrating the anti-reflective effect of a Si x O y N z film or Si x N y film (100 nm) on Si; 

— Figr-56 is a-view illustrating the optical constant -property of -Si x O y N z or Si x N y ; and- - ~™ • — - — - 

Fig. 57 is a view illustrating the anti-reflective effect of the Si x O y N z film or Si x N y film (33 nm) on the Si 
series material. , 

Fig. 58 is a view illustrating Example, which shows relationship between current ratio SiHi/KfeO and n, k 
value of the formed film of SiOxNy. _ 

Fig. 59 is a view illustrating Example 90, which shows relationship between current ratio Sir-U/N^U and 
element ratio of Si. O: N, H (RBS value) of the formed film of SiOxNy. , \ 

Fig. 60 is a view illustrating IR spectrum of film formed in Example 90. 

Fig. 61 is a view illustrating ordinarily used current ratio of SiH4/N 2 0 for forming SiOxNy film. 

Fig. 62 is a view illustrating the anti-reflective effect of the film formed in Example 90. 

Fig, 63 is a view illustrating the anti-reflective effect of the film formed in Example 90. 

Fig. 64 is a view illustrating the anti-reflective effect of the film formed in Example 90. . x. . 

Fig. 65 is a view illustrating the anti-reflective effect of the film formed in Example 90. 
. Fig. 66 is a view illustrating the anti-reflective effect of the film formed in Example 90. 
: Fig. 67 is a view illustrating the operation of Example 90. , 

Fig. 68 is a view illustrating the operation of Example 90. 

EXAMPLE 

Description will now be made specifically to examples of the present invention. However, the present 
invention is not limited by the following examples. 
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Example 1 



, In his example the present invention is applied to determination of conditions to be satisfied bv an 
ant.-reflect.ve ; layer (layer thickness, optica, constant) for forming a stable pattern on a W-sff lm by US ino 
KrF examer hthography. This example is practiced in accordance with the following steps (1) - 6 ? * 9 
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— — - — ; • • ^ . — .w-. v ^,^v- X w.H K i^y-ivn^iuoic?uuurnc5~oo:rwas~Coatft?< 

? «, ; o/o ■ W J h I ? Ut an anti " ref,ective ,a ver and exposed by an KrF excimer laser beam a? a wave 
jngth of 248 nm, followed by development. From Fig. 7. the standing wave effect was about ,20% 
(2) in F.g 7. the maximum value of the standing wave effect is at a resist film thickness, for example of 
985 nm. F,g 8 shows the fluctuation foMhe amount of photoresist absorption in the resist LSve to 
the change o optica, constants n arl and k arl of the anti-reflective layer (equi-contour lines foMhT^mouS 
of photoresist absorption), taking notice on the resist film thickness of 985 nm and settingTheTe 
thickness of the anti-reflective layer at 30 nm. «>uing me layer 

g£Si f ooo'nnf?^ reSU ' t5 .°! ZT*" 9 the procedures < 2 > abov « '0 each of the resist film 

tnicKnesses of 1,000 nm, 1,017.5 nm and 1,035 nm, respectively. 

(4) As a result of determining a common region of Figs. 8 - 11, 
n ar1 = 4.9, k artt = 0.1, or 
n ar1 = 2.15, k ar1 = 0.67 
.were obtained. - ' 

• t . "Sf f C0 " diti ° n to be satisfied b y the °Ptin>am ant^reflective layer with the thickness of the 
anti-reflective layer being set as 30 nm is; 
• n ar1 = 4.9, k = 0.1, or - ' 

n ar , = 2.15, k ar , = 0.67 . * 

,HnT e n? e S l a o di ^ 7f 8 effect was determinedby using the above-mentioned condition, the results 
T°Z "\ ^ 12 K and 13 were ° btei ned. In Figs. 12 and, 13. the standing wave effect was extremely 
small and it was about ±1 % in each of the cases. The standing wave effect was reduced to about 1720 as 
compared with the case of not using the anti-reflective layer 

in«!!l?r edUreS {2) ,n <4) d6SCribed abOV8 ^re conducted in a case of setting the thickness of the 
"SSSS* f T ? « ""I Wh6n the Drocedures < 2 > " W ^re repeated also for other different layer 
thicknesses of ant.-reflect.ve layers (ARL- thickness); an ; optimum condition for the anti-reflective layer in 
accordance with the th.ckness of the anti-reflective layer can be determined. Figs. 14 and 15 show the . 

oDtameo results. , „ 

S 11 T S J nV9 f i9ate ? 3S ' 10 WhSther the fi ' m secies capable of satisfying the^ndition to be met by the 
r M03S System" manufactured by SOPRA Co.) and "Handbook of Optical Constants of Solids" (E D 

■ r *nr 6my T S> 19 h 85) ' AS 3 rSSUlt ' 3 n ' k Chart Sh0wn in R 9- 16 was obtained. Substances having 
corresponding n. k are shown on the chart. From Fig, 16. it has been found that SiC (silicon carbide) al 
50 nm can completely satisfy the conditions in Figs. 14 and 15. Fig. 17 shows the standing wave effect 
0 the case of usmg S«C *t 50 nm thickness as an anti-reflective layer on W-Si and in a case of not using 
the ant.-reflect.ve layer. In a case of using SiC at 50 nm as the anti-reflective layer (graph for "with ARL 
in the figure), the standing wave effect was * 1%. which was reduced to about 1/20 as compared with 
the case of not using the ant.-ref lective layer (graph for "without ARL" in the figure). 

Example 2 • ... 



45 



n J" ?l f am P'e. a nti-reflective layer was formed' by forming a SiC film with n = 3.16 ± 0.2 and k * 
0.24 t 0.1 shown in Example 1 by, the following method. 

lOOo^tl'snho^/^T 16 ' 3 W3S !° rmed by uti,i2in 9 a the ^al CVD process at a temperature of 
50 materia! gas a pressure of 0.01 to 10.000 Pa by using the following gas as the starting 

SiCU + C 3 H 8 + H 2 , , 
SiHCb + C 3 H 8 + H 2( 
SiHd + C 3 H 8 + H 2 , 
55 SiH* + C 2 H 4 + H 2 , • 
SiH 4 + C 3 H 8 , + H 2 , 

SiCI 3 + CH 3 + H 2( f 
SiH* + C 3 H 8 + H 2 or 
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SihU + C 3 H 8 + H 2 . 

Thus, SiC film having an aimed anti-reflective effect could be obtained. 
5 Example 3 



In this Example, a SiC film was formed as below to obtain an anti-reflective layer. 

That is in this example, a film was formed by utilizing a plasma CVD process and using a 
photochemical reaction from a gas mixture comprising: S12H6 + Si (CH 3 ) H 3 + C2H2. 

70 

Exampie 4 

In this example, a SiC film was formed as below to obtain an anti-reflective layer. 

A film was formed by utilizing an ECR plasma process and using a microwave (2.45 GHz) from a gas 
75 mixture comprising: SiH 4 + CH* + H 2 . 

Example 5 

In this example, a SiC film was formed as below to obtain an anti-reflective layer. That is, a film was 
20 formed by utilizing a sputtering method using SiC as a target. . 

. Example 6 v ■ ■ 

In this example, an anti-reflective layer was formed by patterning a SiC film by etching. 
25 In this case, the SiC film was etched by a reactive ion etching process using a CF+, CHF 3 , C2F6, C3FS, 
SFs or NF 3 series gas as an etchant and adding Ar to improve the ionic property, thereby obtaining an anti- 
reflective layer of a desired pattern. - , 

Example 7 

30 . : . 

In this example, the present invention was applied by using SiC as an anti-reflective layer for forming a 
stable pattern on a W-Si film using KrF excimer lithography. 

In the method of forming a resist pattern in this example, as shown in Fig. 27, an antUreflective layer 

„ _ ARL was-formed with silicon carbide-on a W-Si underlying material which was a refractory metal silicide 

35 and a photoresist PR was formed on the anti-reflective layer ARL, thereby forming a resist pattern. 

In this example, the present invention is applied by using SiC as the anti-reflective layer ARC, 
particularly, in a case of forming a material layer with W-Si as a gate, on a substrate 1 such as a Si 
semiconductor substrate and patterning the same by a photolithographic step using a photoresist PR and 
an etching step, thereby obtaining a gate structure. 
40 At first, description will be made to procedures for selecting SiC as the anti-reflective layer to be used 
on W-Si and a method of determining a condition to be satisfied by SiC. The following procedures (1) - (6) 
were conducted. 

(1) XP 8843 resist (Shipley Microelectronics Co.) was coated on a W-Si film without an anti-reflective . 
layer, which was exposed by an KrF excimer laser beam at a wave length of 248 nm, followed by 

45 development. Fig. 7 shows a standing wave effect in this case. From Fig. 7, the standing wave effect was 
about ±20%. 

(2) In Fig. 7, -the maximum value of the standing wave effect is at a resist film thickness, for example, of 
985 nm. Fig. 8 shows fluctuation for the amount of photoresist absorption in the resist film relative to the 
change of optical constants n ar1 and k ar i of the anti-reflective layer, taking notice on the resist film 

so thickness of 985 nm and setting the layer thickness of the anti-reflective layer to 30 nm. 

(3) Figs. 9, 10 and 11 show the results of repeating the procedures (2) above to each of the resist film 
thicknesses of 1,000 nm, 1,017.5 nm and 1,035 nm, respectively. 

(4) As a result of determining a common region in Figs. 8-11, 

n ar1 = 4.9 k ar i = 0.1, or. 
55 n aM = 2.15, k aM = 0.67^ 

were obtained. 

That is, the condition to be satisfied by the optimum anti-reflective layer with the thickness, of the 
anti-reflective layer being set as 30 nm is: 

11 
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25 



30 



n a n = 4.9, k arl = 0.1. or 
n af i = 2.15, k 3r1 = 0.67. 

When the standing wave effect was determined by using the above-mentioned condition; the results 
shown in Figs. 12 and 13 were obtained. In Figs. 12 and 13, the standing wave effect was extremely 
small and it was about ±1% in each of the cases. The standing wave effect was reduced to about 1/20 as 
com pared with the case of not using the anti-reflective layer. 



(5) The procedures (2) - (4) described above were conducted in a case of setting the thickness of the 
anti-reflective layer as 30 nm. When the procedures (2) - (4) were repeated also for other different layer 
thicknesses of anti-reflective layer (ARL thickness), an optimum condition for the anti-reflective layer in 

10 accordance with the thickness of the anti-reflective layer could be determined. Figs. 14 and 15 show the 
obtained results. 

(6) It was investigated as to whether the film species capable of satisfying the condition to be met by the 
anti-reflective layer determined in (5) above is present or not by using a spectroscopic ellipsometer 
("MOSS System" manufactured by SOPRA Co.) and "Handbook of Optical Constants of Solids" (E. D. 

i5 Palik, Academy press, 1985). As a result, a n. k chart shown in Fig. 16 was obtained. Substances having 
corresponding n, k are shown on the chart. From Fig. 16, it has been found that SiC (silicon carbide) at 
50 nm can completely satisfy the conditions in Figs. 14 and 15. Fig. 17 shows the standing wave effect 
in a case of using SiC at 50 nm thickness as the anti-reflective layer on W-Si and in a case of not using 
the anti-reflective layer. In a case of using SiC at 50 nm as the anti-reflective layer (graph for "with ARL" 
in the figure), the standing wave effect was *1%, which was reduced to about 1/20 as compared with the 
case of not using the anti-reflective layer (graph for "without ARL" in the figure). 

Example 8 



55 



In this example, an anti-reflective layer was formed by forming a SiC film with n = 3.16 ± 0.2 and k = 
0.24 ± 0.1 shown in Example 1 by the following methods. 

That is, in this example, a film was formed by utilizing a thermal CVD process at a temperature of 
100°C to 1500° and under a pressure of 6.01 to 10,000 Pa by using the following gas as the starting 
material. 



SiCU + C 3 H 8 + H 2 , 
SiHCI 3 + C 3 H 8 + H 2 , 
SiH 4 + C 3 H 8 + H 2 , 
SiH 4 + C2H4 + H 2 , 
'35 SiH 4 + ~C 3 H 8 + H 2 , / 
SiCI 3 + CH 3 + H 2 , 
SiH 4 + C 3 H 8 + H 2 or 
SiH 4 + C 3 H 8 + H 2 . 

40 Thus, a SiC films having aimed anti-reflective effect could be obtained. 
Example 9 

In this Example, a SiC film was formed as below to obtain an anti-reflective layer. 
45 That is, in this example, a film was formed by utilizing a plasma CVD processed using a 
photochemical reaction for a gas mixture comprising: Si 2 H s + Si(CH 3 ) H 3 + C2H2. 

Example 10 

50 In this example, a SiC film was formed as blow to obtain an anti-reflective layer. 

A film was formed by utilizing an ECR plasma process and using a microwave (2.45 GHz) from a gas 
mixture comprising: SiH 4 + CH 4 + H 2 . 

Example 11 



In this example, a film was formed by utilizing an ECR plasma CVD process from SiH 4 + C 2 H 4 gas by 
a plasma process using a microwave at 2.45 GHz. 
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Example 12 

A SiC film was formed as below to obtain an anti-reflective layer. 
A film was formed by a sputtering method using SiC as a target. 

5 

Example -1 3 — — - — — ~ — 

In this Example, an anti-reflective layer was formed by patterning a SiC film by etching. 
In this case, the SiC film was etched by a reactive ion etching process using CFv, CHF 3 , C2F6, C3F8, 
70 SF S or NF 3 series gas (or a mixed' gas system) as an etchant and adding Ar to improve the ionic property, 
thereby obtaining an anti-reflective layer of a desired'pattern. 

Example 14 

75 In this example, the present invention was applied by using SiC as the anti-reflective layer for forming a 
stable pattern on an Al, Al-Si or Al-Si-Cu film as the Al series material using KrF excimer lithography. 

As shown in Fig. 28, in the method of forming the resist pattern in this example, an anti-reflective layer 
ARL was formed with silicon carbide on Al, Al-Si or Al-Si-Cu as an Alor AI-al!oys metalic wiring material (1) 
and forming a photoresist PR on the anti-reflective layer ARL thereby forming a resist pattern. 
20 In this example, the present invention was applied, particularly, in a case of obtaining a wiring structure 
by forming a. material layer as wiring with Al, Al-Si or Al-Si-Cu on a substrate S such as a Si semiconductor 
substrate, and patterning the same by a photolithographic step using the photoresist PR and an etching 
step, in which SiC was used as the anti-reflective layer ARC. As Al-Si, there can be preferably used, in 
addition to a generally used Al-Si alloy containing 1 wt% Si generally used, an alloy with lower or higher Si 
25 content. This example is preferably applicable to Al-Si-Cu in which Si is about T wt% and Cu is about 0.1 to 
2 wt%, with no particular restriction only thereto. Typically, Al-Si-Cu alloy of 1 wt% Si, 0.5 wt% Cu is used. 

At first,, description will be made to procedures for selecting SiC as an anti-reflective layer used on Al, 
Al-Si or Al-Si-Cu as the Al or Al-alloys, as well as a method of determining the condition to be satisfied by 
SiC. The following procedures (1) - (6) were conducted. 
30 (1) XP 8843 resist (manufactured by Shipley Microelectronics Co.) was coated on an Al, Al-Si or Al-Si-Cu 
film without an anti-reflective layer and exposed by a KrF excimer laser beam at a wave length of 248 
nm, followed by development. Fig. 29 shows the standing wave effect in this case. As shown in Fig. 29, 
the standing wave effect was about ± 29.6%. 

(2) In Fig. -29, the maximum value of the -standing wave effect situates,- for example, at 982 nm of the 
35 resist film thickness. Fig. 30 shows fluctuation for the amount of photoresist absorption in the resist film 

relative to the change of optical constants n ar i» k a n of the anti-reflective layer, (equi-contour lines for the 
amount of absorbed light) 30, taking notice on the resist film at a thickness of 982 nm, and setting the 
thickness of the anti-reflective layer to 30 nmi 

(3) Figs. 31, 32 and 33 show results of repeating the procedure (2) described above to the resist film 
40 thicknesses of 1,000 nm, 1,018 nm and 1,035 nm, respectively. 

(4) As a result of determining a common region in Fig. 30 to Fig. 33, 

n ar i = 4.8, k ar1 = 0.45 or . . . ~ 

n ar1 = 2.0. k ar1 = 0.8 
was obtained. 

45 That is, the condition to be satisfied by the optimum anti-reflective layer upon setting the thickness 

of the anti-reflective layer as 30 nm was: 
n ar i = 4.8, k ar1 = 0.45 or 
n ar1 = 2.0, k arl = 0.8. 

When the standing wave effect was determined by using this condition, results shown by "optimum 
so condition" in Fig. 34 and Fig. 35 were obtained. As apparent from the comparison with "without anti- 
reflective layer" in Figs. 34 and 35. the standing wave effect was extremely small, which was about less 
than ±1% in each of the cases. As compared with the case without anti-reflective layer, the standing 
wave effect was reduced to about 1/30. 

(5) The procedures (2) - (4) above are for the case of setting the thickness of the anti-reflective layer to 
55 30 nm. When the procedures (2) - (4) were repeated also to the anti-reflective layers of different 

, thicknesses (ARL thickness), the optimum condition for the anti-reflective layer depending on the 
thickness of the anti-reflective layer was determined. Figs. 14 and 36 show the thus obtained results are 
shown. 
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(6) It was investigated as to whether the film species capable of satisfyino the condition t« „ 
ant.-reflective layer obtained in (5) described above are oresln n nn» k t,on *> be met by the 
ellipsometer ("Moss System". mLiufacturJTby^^cSTIlS "Handhn^ TS 3 S ^°^ P <c 
Solids" (E.D. Palik,. Academy press 1985) As a nZui » „ u h t Handb ° 0k of °P«<»' Contacts of 
Substances having correspo^ k Tsnown ~ £ cha'rt" From ^ itt^nT jr*. 1 * 
£Sn A CWW * > « at 20 " m " n COmP ' ete,y S3tiS,y ,he ^itions in Rg 3 ' 1 ^ and 36 Ro 
^S^C: a ^nX Q " CaSe "° f r " ? " " 0t USin9 Si ° 3t 20 nm 35 ^ antNreflec^y^n^ 

compared with the cfse of' not using^^Sfe ^T^J^^^?*" 

37 shows the dependence of n. k values of the SiC film on the I'fi.m taSSir^SSliS ^ ^ 



Example 15 



15 



20 



2 3 iVfandT-'o e" VZS^lT* V*?" * ^ 28 W3S formed by formina 3 ««m with n = 
x u ♦ 0 8 0 2 shown ,n Sample 1 by the following method. 

^^^^^^^^ 

SiCU + C 3 H 8 + H 2 , 
SiHCI 3 + C 3 H 8 + H 2 , 

SiH* C 3 H 8 + H 2( - , 

SiH 4 + C2H4 + H 2 , 
25 S1H4 + C 3 H 8 + H 2 . 
SiCI 3 + CH 3 + Ha, 
SiH 4 + C 3 H 8 + H 2 or 
SiH 4 + C 3 H 8 + H 2 . 

30 Thus, a SiC film having an aimed anti-reflective effect could be obtained. 
Example 16 

Example 17. 



40 



In this example, a SiC film was formed as below to obtain an anti-reflective layer 

microwave (atl ^GHz) from"/ 0 " ^ by "t^ 9 a " ECR ^™ CVD P^ess using a 

microwave (at 2.45 GHz) from a gas mixture comprising: Si* + CH* + H 2 . SiH* + C 2 m + H 2 or Sim + 



H 2 . 

-*5 Example 18 



form'l^ 5 e n amPle - a " SiC fi,m WaS f0rm6d as below t0 obtain an anti-reflective layer That is a film was 
formed by utilizing a sputtering method using SiC as a target. 



so Example 19 



55 



In this example, an anti-reflective layer was formed by patterning a SiC film by etchinq 
In this case, the SiC filrn was etched by a reactive ion etching process usTng a CF* CHF 3 ft* C 3 F 8 
?^ZeZ?Z£%^ addin9 " to — P-Perty.^herebyobtainS Vn^ 



■ <EP 0568087A2_I_> 



14 



Example 20 



In this example, the present invention was applied by using SiO as an anti-reflective layer for forming a 
stable pattern on an Al, Al-Si or Al-Si-Cu film using KrF excimer lithography. v 
5 In the method of forming a resist pattern in this example, as shown in Fig. 28, an anti-reflective layer 

ARL-was-formed^-with-silicon-ox^ 

material and a photoresist PR was formed on the anti-reflective layer ARL, thereby forming the resist 
pattern. 

In this example, the present invention was applied by using SiO as the anti-reflective layer ARL, 
w particularly, in a case of forming a material layer as wiring with Al, Al-Si or Ai-Si-Cu on a substrate S such 
as a Si semiconductor substrate and patterning the same by a photolithographic step using a photoresist 
PR and an etching step, thereby obtaining a gate structure. 

At first, description will be made to procedures for selecting SiO as the anti-reflective layer to be used 
on Al, Al-Si or Al-Si-Cu as the Al or Al-alloys material and a method of determining a condition to be 
is satisfied by SiO. The following procedures (1) - (6) were conducted in. the same manner as in Example 14. 
(1 ) XP 8843 resist (Shipley Microelectronics Co.) was coated on an Al, al-Si or Al-Si-Cu film without an 
anti-reflective layer and exposed by an KrF excimer laser beam at a wave length of 248 nm, followed by 
development. Fig. 29 shows a standing wave effect in this case. From Fig. 29, the standing wave effect 
was about ±29.6%. 

20 (2) In Fig. 29, the maximum value of the standing wave effect is at a resist film thickness, for example, of 
982 nm. Fig. 30 shows fluctuation for the amount of absorbed dose in the resist film relative to the 
change of optical constants n arl and k ar1 of the anti-reflective layer, taking notice on the resist film 
thickness of 982 nm and setting the layer thickness of the anti-reflective layer to 30 nm. 

(3) Figs. 31, 32 and 33 show the results of repeating the procedures (2) above to each of the resist film 
25 thicknesses of 1,000 nm, 1,018 nm and 1,035 nm, respectively. 

(4) As a result of determining a common region in Figs. 30 to 33, 

n ar1 = 4.8, k ar1 = 0.45, or 
n ar1 = 2.0, k arl = 0.8 
were obtained. 

30 That is, the condition to be satisfied by the optimum anti-reflective layer with the thickness of the 

anti-reflective layer being set as 30 nm is: 
n ar i = 4.8, k ar1 = 0.45, or 
n arl = 2.0, k ar1 = 0.8. 

When the standing wave effect was determined by using -the above-mentioned condition, the results 
35 shown in Fig. 34 and Fig. 35 as described in Example 14 were obtained. In Fig. 34 and Fig. 35, the 
standing wave effect was extremely small and it was about less than ±1% in each of the cases. The 
standing wave effect was reduced to about 1/30 as compared with the case of not using the anti- 
reflective layer. - * 

(5) The procedures (2) - (4) described above were conducted in a case of setting the thickness of the 
40 anti-reflective layer as 30 nm. When the procedures (2) - (4) were repeated also for anti-reflective layer 

(ARL thickness) of other different layer thicknesses, an optimum condition for the anti-reflective layer in 
accordance with the thickness of the anti-reflective layer could be determined. Fig. 14 and Fig. 36 show 
the obtained results. 

(6) It was investigated as to whether the film species capable of satisfying the condition to be met by the 
45 anti-reflective layer determined in (5) above are present or not by using a spectroscopic ellipsometer 

("MOSS System" manufactured by SOPRA Co.) and "Handbook of Optical Constants of Solids" (E.D. 
Palik, Academy press, 1985). As a result, a n ( k chart shown in Fig. 16 was obtained. Substances having 
corresponding n, k are shown on the chart. From Fig. 16, it has been found that SiO (silicon oxide) at 30 
nmcan completely satisfy the conditions in Fig. 14 and Fig. 36. Fig. 39 shows the standing wave effect 
so in a case of using SiO at 30 nm thickness as the anti-reflective layer on Al, Al-Si or Al-Si-cu and in a 
case of not using the anti-reflective layer. In a case of using SiO at 30 nm as the anti-reflective layer 
(graph for "with SiO" in the figure), the standing wave effect was ±2.2% (1 .4%), which was reduced to 
about 1/20 as compared with the case of not using the anti-reflective layer (graph for "without SiO" In the 
figure). 

55 . \u 
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Example 21 



s 



In this example, an anti-reflective layer was formed by forming a SiO film with n = i 83 ♦ n o » w , 
0.75 ± 0.2 shown in Example 20 by the following method. 0 2 3nd k = 

That is, in this example, a film was formed at a temperature from normal temoerature to <5nn° a „n ^ 
a pressure of 0.0! to 10 Pa by using a gas mixture of Si H, * 0 2 + N 2 ThuTa^ fiTm h!Sn ""^ 
-anti^reflective-effect^ia-b^blained^^ ' 1 n "s ! -aSLQi'!nri_havin 9 _an-a l med 



Example 22 



10 



is 



n 2 Sr P i: a " n an f t, - ref,ect ' ve ^ vvas formed by patterning a SiO film by etching. 
SF VZ ! ? W3S 6tChed bV 3 reactive ion etchin 9 P^cess using CF<. CHF 3 CaF* 

Z\Z nhL S ° r « m ' Xed 935 SyStem) 33 an etchant and addi "9 A ' to improve the onS property' 
thereby obtaining an anti-reflective layer of a desired pattern. Property. 



Example 23 



nr J^rr mP ' e ' T ° r9aniC ° r inor 9 anic substance suitable for forming a stable pattern on an Al Al-Si 
or Ai-S.-Cu Aim was obtained and using it as an anti-reflective layer by using KrF excimer I thooraDhv 

ARL was fwmed T?£ * ^ the »* ^ * thislxan, P ™?S, layer 

PR on^hi IHt ° f T \ A '" S " CU 35 an Al ° r A '- a,l °y s wirin 9 material (D and forming a photoresist 
™o ^ arming a re,st pattern, in which an appropriate ma^. 

2S strucLe'^formiln ^ W " ^^V- * a case of obtaining a wiring 

25 structure by forming a material layer as wiring with Al, Al-Si or Al-Si-Cu on a substrate S such as a Si 

:^e;cC C s;e r p SUbStrate • Patteming Same *» 3 P h <*°»thogr a phic step usingtneThoL^s, PR^nd 

(1) XP 8843 resist (manufactured by Shipley Microelectronics Co.) was coated on an Al Al-Si or Al-Si-Cu 

th^sSnn nn * « °P ""^ ^ 29 Standin 9 wave eff e« in this case. As shown ?nRg 29 . 

the standing wave effect was about ± 29.6%. . y w ' 

£11? ^! 9 \l 9 ' t ! he ma ? imum Value of ,he standin 9 wave eff ect situates, for example, at 982 nm of the 
resist film thickness. F,g. 30 shows fluctuation for the amount of photoresist absorption in the Resist fil 

3S _ .? lat,V : e t . 6 Chan9e ° f 0ptiCal C °^ tantS n - k - of the anti-reflective layer, taking notice on Z leZ 
sTros TT h T setti "9> he thickness of Vhe antilrefiectjve layer to 30 nm 

SLt^L tn- ? 3 , f thC r6SUltS ° f repeatin 9 t"« Procedure (2) described above to each of 
resist film thicknesses of 1 ,000 nm. 1 .018 nm and 1 ,035 nm, respectively 
(4) As a result of determining a common region in Fig. 30 to Fig 33 
n a ,i = 4.8, k ar1 = 0.45 or ' 
40 n ar , = 2.0, k aM =0.8 

was obtained. 

- .hit,«rc: z s rss 6y op,imum ^""^ iayer *«- - 

n ar1 = 4.8, k ar1 = 0.45 or 
45 n ar1 = 2.0, k ar1 = 0.8. 

Fia wer^SS th^!* ^ determined bv this condition, results shown in Fig. 34 and 
Fig. 35 were obtained. The standing wave effect shown by "optimum condition" in Figs 34 and 35 was 
etfreme.y^sma.l. which was about less than *i% ,„ each of the cases. As compared with ^he case 
without ant.-reflective layer, the standing wave effect was reduced to about 1/30 

30 "vZn the' SL£? ^^Mr ^ 0386 * S6ttin9 the thiCkness of ttie anti-ref.ective layer to 
ZSZ^A^^^T^ ' } W6re rePeat6d 3,50 t0 *• an «-reflective layers of different 
Ste^^^* , ", tt,e ° Pt ' mUm condition for anti-reflective layer depending on the 

^^^J^TT 9 -^^ d etermined. Rgs. 14 and 36 show the thus obtained resu.ts. 
55 caoable £?Zl£Z^ V * * ^ * 3% by USing an or 9 anic °< ™W™ substen ce 

•^^*^^„^^, 1I,OPa,, i:' 0n CUfVe in R9S - 14 and 36 ' or within a ra "9 e of a va,ue on 
substance was dlL mi n«H tnT °" ^ CUrVe t015 f0r k " Acc o r dingly. such an organic or inorganic 
TTJT f ant,-reflective layer. As compared with the case of not using the anti- 

retiective layer, the standing wave effect was reduced to about 1/10. 
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Examples 24 - 33 



In these examples, Cu wiring was formed by using Cu as the Cu or Cu-alloys material instead of the Al 
or Al-alloys metal material such as Al; Al-Si or Al-Si-Cu as the underlying material in Examples 14-23. and 
5 an anti-reflective layer was formed thereon in the same manner as in each of the examples (SiC, SiO or an 

— — — anti-reflective-layer-comprising-an-organic-or-inorganic^substance_determined_by_the-same-method-as-in 

Example 23 in a case where Cu was used as the underlying material), thereby performing the resist 
patterning. 

As a result, the standing wave effect was reduced and satisfactory patterning was conducted in the 
io same manner as in each of the previous examples- 
Example 34 

In this example, the present Invention was applied by using SiC as an anti-reflective layer for forming a 
75 stable pattern on a Si substrate using KrF excimer lithography. 

In the method of forming a resist pattern in this example, as shown in Fig. 40, an anti-reflective layer 
ARL was formed with silicon carbide on a- silicon substrate as the silicic underlying material and a 
photoresist PR was formed on the anti-reflective layer ARL, thereby forming the resist pattern. 

At first, description will be made to the procedures for selecting SiC as the anti-reflective layer and the 
20 method of determining the condition to be satisfied by SiC. The following procedures were conducted. 

(1) XP 8843 resist (manufactured by Shipley Microelectronics Co.) was coated on a Si substrate without 
an anti-reflective layer, which was exposed by a KrF excimer laser beam at a wave length of 248 nm, 
followed by development. Fig. 41 shows the standing wave effect in this case. As shown in Fig. 41, the 
standing wave effect was about ± 20%. 
25 (2) In Fig. 41, the maximum value of the standing wave effect situates, for example, at 985 nm of the 
resist film thickness. Fluctuation for the amount of photoresist absorption in the resist film was 
determined relative to the change of optical constants n arl , k ar1 of the anti-reflective layer, while taking 
notice on the resist film thickness of 985 nm, and setting the thickness of the anti-reflective layer to 30 
nm. 

30 (3) The procedure (2) was repeated for each of a plurality of other resist film thicknesses. 

(4) The results are shown in the figures and a common region in them was determined. Such a 
procedure was determined for each of the film thicknesses of the anti-reflective layers, by which an 
optimum value (n value, k value) for the optical property of a certain film thickness was determined. 
— - - — — The optimum -condition for- the anti-reflective layer was determined. Based oruthe result, iSiC having n 
35 = 2.3 and k = 0.65 was used at a layer thickness of 25 nm as the anti-reflective layer, to greatly reduce 
the standing wave effect. 

Fig. 42 shows a comparison between a case of using SiC at 25 nm as the anti-reflective layer (graph for 
"with SiC") and a case of not using the anti-reflective layer (graph for "without SiC"). In the case of using 
SiC at 25 nm, the standing wave effect was reduced to less than ±1%. The standing wave effect in the case 
40 of not using SiC was ±23%. Accordingly, the standing wave effect was reduced to less than 1/23 by using 
SiC as the anti-reflective layer on Si. * 

Example 35 

45 Also in this example, silicon oxide (SiO) having an optimal condition as the anti-reflective layer was 
determined by using the same method as in the previous example. That is, in this example, SiO having n = 
2.1, k = 0:7 was used at a film }hickness of 30 nm as the anti-reflective layer to greatly reduce the standing 
wave effect. " t 

Fig. 43 shows a comparison between a case of using SiO at 30 nm as the anti-reflective layer (graph for 

50 "with SiO") and a case of not using the anti-reflective layer (graph for "without, SiO"). In the case of using 
SiO at 30 nm, the standing wave effect was about ±1%. The standing wave effect in the case of not using 
SiO was ±23%. Accordingly, the standing wave effect was reduced to less than about 1/23 by using SiC as 
the anti-reflective layer on Si. 

55 Example 36 ^ 

In this example, an anti-reflective layer as shown in Fig. 40 was formed by forming a SiC film with n = 
2.3 ± 0.2 and k = 0.65 ± 0.2 shown in Example 34 by the following method. 
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rtrtQ L h3t iS ' th ' S exam P ,e - a film was f o rm ©d by utilizing a thermal CVD process at a temDerati™ nf 

IShEiS ^ ^ ^ 3 PreSSUre ' P^^' h0m 001 t0 10 ' 000 -ore prJ^^S to 

10,000 Pa by using the following gas as the starting material gas: V ' ° 



5 SiCU + C 3 H 8 + H 2 , 
_ SiHCb + C aHa + H ?. 



SiH 4 + C 3 H 8 + H 2 , 
SiH 4 + C 2 H 4 + H 2 , 
SiH 4 + C 3 H 8 + H 2 , 
10 S1CI3 + CH 3 + H 2 , 
SiH 4 + C 3 H 8 + H 2 or 
SiH 4 + C 3 H 8 + H 2 . 



75 



Thus, a SiC film having an aimed anti-reflective effect could be obtained. 
Example 37 



In this Example, an SiC film was formed as below to obtain an anti-reflective layer. That is in this 
example, a f.lm was formed by utilizing a plasma CVD process and using a photochemical reaction in a gas 
20 mixture comprising: Si 2 H 6 + Si(CH 3 ) H 3 + C2 H2 



25 



30 



35 



40 



Example 38 

In this exampte, a SiC film was formed as below to obtain an anti-reflective layer. 

A film was formed by an ECR plasma process by utilizing an ECR plasma CVD process using 
microwave (at 2.45 GHz) from a gas mixture comprising; SihU + C2H4 + H 2i SiH 4 + C2H4 + H 2 or SiH 4 
+ CH 4 + H 2 . 

Example 39 

In this example, a SiC film was formed as below to obtain an anti-reflective layer. That is, a film was 
formed by utilizing a sputtering method using SiC as a target. 

Example;40. 

In this example, an anti-reflective layer was formed by patterning a SiC film by etching. 

In this case, the SiC film was etched by a reactive ion etching process using CF 4 . CHF 3 , C^Fe C 3 F 8 - 
SF 6 or NF 3 gas as an etchant and adding Ar to improve the ionic property, thereby obtaining an anti- 
reflective layer of a desired pattern. 

Example 41 ». 



In this example, a SiO film having n = 2.1 ± 0.2 and k = 0.7 t 0.2 shown in Example 35 was formed 
by the following method to form an anti-reflective layer shown in Fig. ,40 and described for the function in 
45 Fig. 43. 

That is. a film was formed by using a gas mixture of SiH* + O a + N 2 at a temperature from normal 
temperature to 500°C under a pressure of 0.01 Pa - 10 Pa. Thus, an SiO layer having a desired anti- 
reflective effect was obtained. 

so Example 42 

The SiC layer and the SiO layer in each of the examples described above were formed on the 
underlying single crystal silicon, underlying polycrystal line silicon and underlying amorphous silicon, 
respectively, to form anti-reflective layers. As a result, a desired anti-reflective effect could be obtained to 
ss attain a satisfactory pattern forrrfation. 
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Example 43 

In this example, the present invention was applied by using SiO x as an anti-reflective layer for forming a 
stable pattern on a W-Si film using KrF excimer lithography. 
5 In the method of forming a resist pattern in this example, as shown in Fig. 44, an anti-reflective layer 

ARL - wa c-fnrmftd-with-SiQ^on_an underlying W-Si material as refractory metal silicide and a photoresist PR 

was formed on the anti-reflective layer ARL, thereby forming the resist pattern. 

In this example, the present invention is applied by using SiO x as .the anti-reflective layer ARL, 
particularly, in a case of forming a material layer as a gate with W-Si on a substrate 1 such as a Si 
ro semiconductor substrate and patterning the same by a photolithographic step using a photoresist PR and 
an etching step, thereby obtaining a gate structure. 

At first, description will be made to the procedures for* selecting SiO x as the anti-reflective layer to be 
used on W-Si and the method of determining the condition to be satisfied by SiO x . The following 
procedures (1) - (6) were conducted. 
;5 (1) XP 8843 resist (manufactured by Shipley Microelectronics Co.) was coated on W-Si under without an 
anti-reflective layer and exposed by a KrF excimer laser beam at a wave length of 248 nm, followed by 
development. Fig. 7 shows the standing wave effect in this case. As shown in Fig. 7, the standing wave 
effect was about ± 20%. . 

(2) In Fig. 7, the maximum value of the standing wave effect situates, for example, at 985 nm of the 
20 resist film thickness. Fig. 8 shows the equi-contour lines for the amount of absorbed light in the resist 

film relative to the change of optical constants n ar1 , k arl of the anti-reflective layer, taking notice on the 
resist film thickness of 985 nm, and setting the thickness of the anti-reflective layer to 30 nm. 

(3) Figs. 9, 10 and 11 show the results of repeating the procedures (2) above, to each of the resist film 
thicknesses of 1,000 nm, 1 017.5 nm and 1,035 nm. respectively . 

25 - (4) As a result of determining a common region in Fig. 8 to Fig. 11, 
n arl = 4.9. k arl = 0.1. or 

n ar1 = 2.15. k ar1 = 0.67 * 
were obtained. 

That is, the condition to be satisfied by the optimum anti-reflective layer with the thickness of the 
30 anti-reflective layer being set as 30 nm is: 
n arl = 4.9. k a ,i = 0,1, or 
n ar1 = 2.15, k ar1 = 0.67. 

When the standing wave effect was determined by using the above-mentioned condition, the results 

- shown -in Fig. 12 and-Fig.-13 were obtained. In each of the cases, the standing wave effect was 

35 extremely small and it was about less than 1 %. The standing wave effect was reduced to about 1/20 as- 
compared with the case of not using the anti-reflective layer. 

(5) The procedures (2) - (4) described above were conducted in a case of setting the thickness of the 
anti-reflective layer. as 30 nm. When the procedures (2) - (4) were repeated also for anti-reflective layer 
(ARL thickness) of other different layer thicknesses, an optimum, condition for the anti-reflective layer in 

40 accordance with the thickness of the anti-reflective layer could be determined. Fig. 14 and Fig. 15 show 
the obtained results. 

(6) It was investigated as to whether the film species capable of satisfying the condition to be met by the 
anti-reflective layer determined in (5) above are present or not by using a spectroscopic ellipsometer 
(SOPRA Co.). As a result, it has been found that the optical constant . shows changes in Fig. 45 

45 corresponding to the film forming conditions upon forming the SiO x film by using the CVD process. In 
- Fig 45 regions shown by open circles satisfy the conditions in Figs. 14 and 15. That is, Fig. 46 shows 
the standing wave effect in a. case of using the SiO x film at 25 nm thickness as an anti-reflect.ve layer 
and in a case of not using the anti-reflective layer. In the case of using a SiO x film at 25 nm, the standing 
wave effect was about ±1.8% and the standing wave effect was reduced to less than about 1/12 as 

so compared with the case of not using the anti-reflective layer. 

Example 44 

In this example, a SiO x film having n = 2.4 ± 0.6 and k = 0.7 ± 0.2 shown in Example 43 was formed 
55 by the following method to forrrtan anti-reflective layer as shown in Fig. 46. 

That is. in this example, a film was formed by utilizing a parallel plate plasma CVD process and using a 
microwave (2.45 GHz) from a gas mixture of SiHU + O2. 
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Example 45 



In this example, a SiO x film having n = 2 4 + 0 6 and k - n 7 * n o oh. • ,- 

_ — - — -- at - isJnJhis - e ^^ 

us.ng a rmcrowave (2.45 GHz) from a gas mixture of SiH. ! ^l^^^SZ^ *<**«n** 

Example 46 ' 

In this example, a SiO x film having n = 24 * 06 andk - n? + oo^ • ^ 

Example 47 
25 Example 48 

In this example, a SiO x film having n = 24*06 and k - n y + n o oh. ■ ■ = . . 
Example 49 

a jess ^r»«^r. s?~ — a -< - 



Example 50 



45 



In this example, the SiO x film having n = 2 4 * 0 6 and k - n 7 + n o eh. • «- , 

,or s rrw usin9 a » -X ^iis^si 6 ^* 43 was a,chM 

SCCW ?bT! 3 20 SoMf T" " V * ,eaC,i " e e ' Chln9 Pr0CeS5 USi "9 a W I*"* °< SO-™ 



Example 51 



so 



In this example, the Si6 x film havinq n = 24*06anHk - n? + no^ • . .. 

sccmi a V tSr „ sccJ,";?^ By a ,sac " ve etchin9 process "■"■» a »» •*«-" »' ^ <*> • ™ 
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Example 52 



In this example, the SiO x film having n = 2.4 * 0.6 and k = 0.7 ± 0.2 shown in Example 43 was etched 
for the underlying material using a resist pattern as a mask by the following method. 
5 that is, the SiO x film was etched by a reactive etching process using a gas system of S2F2 (5 - 30 

~ : ^SCCM)~ljrider a pressure™of ~about"2"Pa~and-with~a-power-of-about-1 00-to-1 000-W r to~obtain-a-desired 
pattern by etching. 

Example 53 

10 

In this example, the present invention was applied by using a Si x O y N z or Si x N y film as an anti-reflective 
layer for forming a stable pattern on a W-Si film by using KrF excimer lithography. 

In the method of forming a resist pattern in this example, as shown in Fig. 47, an anti-reflective layer 
ARL was formed with Si x O y N 2 or Si x N y on -the underlying W-Si as a refractory metal silicide and a 
75 photoresist PR was formed on the anti-reflective layer ARL, thereby forming the resist pattern. 

In this example, the present invention is applied by using Si x 0 y N 2 or Si x N y as the anti -reflective layer 
ARL, particularly, in a case of forming a material layer with W-Si as a gate on a substrate 1 such as a Si 
semiconductor substrate .and patterning the same by a photolithographic step using a photoresist PR and 
an etching step, thereby obtaining a gate structure. 
20 At first, description will be made to the procedures for selecting Si x 0 y N 2 or Si x N y as the anti-reflective 
layer to be used on W-Si and the method of determining the condition to be satisfied by Si x O y N z or Si x N y . 
The following procedures (1 ) - (6) were conducted. 

(1) XP 8843 resist (manufactured by Shipley Microelectronics Co.) was coated on W-Si without an anti- 
reflective layer and exposed by a KrF excimer laser beam at a wave length of 248 nm, followed by 

25 development. Fig. 7 shows the standing wave effect in this case. As shown in Fig. 7, the standing wave, 
effect was about ± 20%. 

(2) In Fig. 7, the maximum value of the standing wave effect situates., for example, at 985 nm of the 
resist film thickness. Fig. 8 shows equi-contour lines for the amount of absorbed light in the resist film 
relative to the change of optical constants n ar i, k arl of the anti-reflective layer, taking notice on the resist 

. 30 film thickness of 985 nm, and setting the thickness of the anti-reflective layer to 30 nm. 

(3) Figs. 9, 10 and 11 show the results of repeating the procedures (2) above to each of the resist film 
thicknesses of 1 ,000 nm, 1 ,017.5 nm and 1 ,035 nm, respectively. 1 

(4) As a result of determining a common region in Fig. 8 to Fig. 11, . * 

n a ri = 4.9, k ar1 " = 0".i; or '"' - " ■ - • :;-* ~~ — ~ — l - - 

35 h a n = 2.15, k ar1 = 0.67 

were obtained. 

That is. the condition to be satisfied by the optimal anti-reflective layer with the thickness of the anti- 
reflective layer being set as 30 nm is: 

n ar i = 4.9, k ar1 = 0.1, or 
40 n ar1 = 2.15, k art = 0 67, 

When the standing wave effect was determined by using the above-mentioned condition, the results 
shown in Fig. 12 and Fig. 13 were obtained. In Fig. 12 and Fig. 13, the standing wave effect was 
extremely small and it was about less than ±1% in each of the cases. The standing wave effect was 
reduced to about 1/20 as compared with the case of not using the anti-reflective layer. 
45 (5) The procedures (2) - (4) described above were conducted in a case of setting the thickness of the 
anti-reflective layer as 30 nm. When the procedures (2) - (4) were repeated also for anti-reflective layer 
(ARL thickness) of other different layer thicknesses, an optimal condition for the anti-reflective layer in 
accordance with the thickness of the anti-reflective layer could be determined. Fig. 14 and Fig. 15 show 
the obtained results. 

so (6) It was investigated as to whether the film species capable of satisfying the condition to be met by the 
anti-reflective layer determined in (5) above are present or not by using a spectroscopic ellipsometer 
(SOPRACo.). 

As a result, it has been found that the optical constant shows changes in Fig. 48 corresponding to the 
film forming, conditions upon forming the Si x O y N 2 or Si x N y film by using the CVD process. In Fig. 48, 
55 regions shown by open circles^satisfy the conditions in Figs. 14 and 15. That is, Fig. 46 shows the standing 
wave effect in a case of using the Si x O y N z or Si x N y film at 25 nm thickness as an anti-reflective layer and in 
a case of not using the anti-reflective layer. In the case of using the Si x 0 y N 2 or Si x N y film at 25 nm, the 
standing wave effect was about ±1.8% and the standing wave effect was reduced to less than about 1/12 as 
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compared with the case of not using the anti-reflective layer. 
Example 54 

5 In this example, a Si x 0 y N 2 film having n = 2.4 * 0.6 and k = 0.7 ± 0.2 shown in Example 53 was 

~~ formed T b7~the~following"m — — ~ — — 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, by using a microwave (2.45 GHz), from a gas 
mixture of SiH* + O2 + N 2 or a gas mixture of Si H* + N 2 0. 

to 

Example 55 

In this example, a Si x 0 y N 2 film having n = 2.4 ± 0.6 and k = 0.7 ± 0.2 shown in Example 53 was 
formed by the following method to form an anti-reflective layer as shown in Fig. 47. 
75 That is, in this example, a film was formed by utilizing a parallel . plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, by using a microwave (2.45 GHz), from a gas 
mixture of SiH4 + O2 + N 2 or a gas mixture of SiH* + N 2 0 and using Ar as a buffer gas. 

Example 56 ' • 

20 . : r 

In this example, a Si x 0 y N 2 film having n = 2.4 i 0.6 and k = 0.7 ± 0.2 shown in Example 53 was 
formed by the following method to form an anti-reflective layer as shown in Fig. 47. 

That is, in this, example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, from a gas mixture of SiH 4 + O2 + N2 or a gas 
25 mixture of Si H 4 + N 2 0. 

Example 57 

. In this example, a Si x O y N z film having n = 2.4 ± 0.6 and k = 0.7 ± 0.2 shown in Example 53 was 
30 formed by the following method to form an anti-reflective layer as shown in Fig. 47. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, from a gas mixture of SiH* + O2 + N 2 or a gas 
mixture of SiH* + N 2 0 and using Ar as a buffer gas. 

35 Example 58 

In this example, a Si x N y film having n = 2.4 ± 0.6 and k = 0.7 ± 0.2 shown in Example 53 was forrtied 
by the following method to form an anti-reflective layer as shown in Fig. 47. 

That is, in this example, a film was formed by utilizing' a parallel plate plasma CVD process, ECR 
40 plasma CVD process or bias ECR plasma CVD process, by using a microwave (2.45 GHz), from a gas 
mixture of SiH 4 + NH3 or a gas mixture of SiH 2 CI 2 + NH3. 

Example 59 

45 In this example, an Si x N y film having n = 2.4 ± 0.6 and k = 0.7 ± 0.2, shown in Example 53 was formed 
by the following method to form an anti-reflective layer as shown in Fig. 47. 

That is, in this example, a fJlm was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, from a gas mixture of SiH* + O2 or a gas mixture 
of SiH 2 Cl 2 + NH3 and using Ar as a buffer gas. 

50 

Example 60 

In this example, an Si x N y film having n = 2.4 t 0.6 and k = 0.7 ± 0.2 shown in Example 53 was formed 
by the following method to form . an anti-reflective layer as shown in Fig. 47. 
55 That is, in this example, af-"fiim was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, by using a microwave (2.45 GHz), from a gas 
mixture of SiH* + NHa or a gas mixture of SiH 2 CL 2 + NH3. 
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Example 61 



In this example, an Si x N y film having n = 2.4 t 0.6 and k = 0.7 ± 0.2 shown in Example 53 was formed 
by the following method to form an anti-reflective layer as shown in Fig. 47. 
s That is. in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 

: -pla$ma-C-VD^process_or_b[as_E_CR plasma CVD process, from a gas mixture of SiH* + O2 or a gas mixture 

of SiFfeCb + NH 3 by using Ar as a buffer gas. ~ 

Example 62 

10 

In this example, a Si x 0 y N 2 or Si x N y film having n = 2.4 ± 0.6 and k = 0.7 ± 0.2 shown in Example 53 
was etched by the following method using a resist pattern as a mask. 

That is, the Si x 0 y N 2 or Si x N y film was etched by using a gas system of CHF 3 (50 - 100 SCCM) + O2 (3 
- 20 SCCM), under a pressure of about 2 Pa and with a power of about 100 - 1000 V by using a reactive 
75 etching process with improved ionic property, thereby etching a desired pattern. 

- Example 63 

In this example, an Si x 0 y N 2 or Si x N y film having n = 2.4 ± 0.6 and k = 0.7 ± 0.2 shown in Example 53 
20 was etched by the following method using a resist pattern as a mask. 

That is, the St x O y N z or Si x N y film was etched by using a gas system of C4f 8 (30 - 70 SCCM) + CHF 3 - 
(10-30 SCCM), under a pressure of about 2 Pa and with a power of about 100 - 1000 V by using a 
reactive etching process with improved ionic property, thereby etching a desired pattern. 

25 Example 64 

In this example, a Si x N y film having n = 2.4 ± 0.6 and k = 0.7 t 0.2 shown in Example 53 was etched 
by the following method using a resist pattern as a mask. 

That is, the Si x 0 y N 2 or Si x N y film was etched by using a gas system of S 2 F 2 (5 - 30 SCCM), under a 
30 pressure of about 2 Pa and with a power of about 100 - 1000 V by using a reactive etching process with 
improved ionic property, thereby etching a desired pattern. 

Example 65 ' 

35 In this example, the present invention was applied by using a Si x 0 y N 2 or Si x N y film as an anti-reflective 
layer for forming a stable resist pattern on an underlying Al, Al-Si or Al-Si-Cu material or on a silicon oxide 
film such as Si02 on the underlying material by using KrF excimer lithography. 

In the method of forming the resist pattern in this pattern, as shown in Fig. 50, an anti -reflective layer 
ARL is formed with Si x O y N 2 or Si x N y on the underlying Al, Al-Si or Al-Si-Cu material as a metal wiring 

40 material, a photoresist PR was formed on the anti-reflective layer ARL or the photoresist PR was formed on 
the anti-reflective layer after forming a silicon oxide film such as Si02 on the anti-reflective layer to form a 
resist pattern. In this example, the present invention was applied by using Si x 0 y N 2 or Si x N y as the anti- 
reflective 

layer ARL, particularly, in a case of obtaining a wiring structure by forming a material layer as wiring with Al, 
45 Al-Si or Al-Si-Cu on a substrate such as a Si semiconductor substrate or forming a silicon oxide film such 
as Si02 on the material layer, which was then patterned by a photolithographic step using the photoresist 
PR and an etching step. { 

At first, description will be made to the procedures for selecting Si x O y N z or Si x N y as the anti-reflective 
layer to be used on the underlying Al, Al-Si or Al-Si-Cu materia! and the method of determining the 
50 condition to be satisfied by Si x O y N z or Si x N y . The following procedures (1) - (6) were conducted. 

(1) XP 8843 resist (manufactured by Shipley Microelectronics Co.) was coated on an Al, Al-Si or Al-Si-Cu 
substrate without an anti-reflective layer and exposed by a KrF excimer laser beam at a wave length of 
248 nm, followed by development. Fig. 20 shows the standing wave effect in this case. As shown in Fig. 
20, the standing wave effect was about ± 29.6%. 
55 (2) In Fig. 20, the maximifci value of the standing wave effect situates, for example, at 982 nm of the 
resist film thickness. Fig. 30 shows equi-contour lines for the amount of absorbed light in the resist film 
relative to the change of optical constants n ar i, k ar1 of the anti-reflective layer, taking notice on the resist 
film thickness of 982 hm, and setting the thickness of the anti^reflective layer to 30 nm. 
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(3) Figs. 31, 32 and 33 show the results of repeating the procedures (2) above to each of the resist film 
- thicknesses of 1,000 nm, 1,018 nm and 1,035 nm, respectively. 

(4) As a result of determining a common region in Fig. 30 to Fig. 33, 

n ar i = 4.8, k af1 = 0.45, or 
5 n arl = 2.0, k ar1 =0.8 

were obtained. 

That is, the condition to be satisfied by the optimal anti-reflective layer with the thickness of the anti- 
reflective layer being set as 30 nm is: 
n a ri = 4.8, k arl = 0.45, or 
10 n ar1 = 2.0, k ar1 = 0.8. 

When the standing wave effect was determined by using the above-mentioned condition, the results 
shown in Fig. 34 and Fig. 35 were obtained. In Fig. 34 and Fig. 35, the standing wave effect was 
extremely small and it was about less than ±1% in each of the cases. The standing wave effect was 
reduced to about 1/60 as compared with the case of not using the anti-reflective layer. 
75 (5) The procedures (2) - (4) described above were conducted in a case of setting the thickness of the 
anti-reflective layer as 30 nm. When the procedures (2) - (4) were repeated also for anti -reflective layer 
(ARL thickness) of other different layer thicknesses, an optimal condition for the anti-reflective layer in 
accordance with the thickness of the anti-reflective layer could be determined. Fig. 14 and Fig. 36 show 
the obtained results. 

20 (6) It was investigated as to whether the film species capable of satisfying the condition to be met by the 
anti-reflective layer determined in (5) above were present or not by using a spectroscopic ellipsometer 
(SOPRA Co.). As a result, it has been found that the optical constants show the change in Fig. 51 
corresponding to the condition upon forming the Si x 0 y N 2 or Si x N y film by using the CVD process. The 
region shown by open circles in Fig. 51 satisfy the conditions in Fig. 14 and Fig. 36. That is, Fig. 52 

25 shows the standing wave effect in a case of using the Si x O y N z or Si x N y film at a 25 nm thickness as an 
anti-reflective layer on the underlying Al, Al-Si. Al-Si-Cu material and in a case of not using the anti- 
reflective layer. In the case of using the Si x O y N z or Si x N y film at 25 nm, the standing wave effect was 
about ±0.5%, and the standing wave effect was reduced to about 1/60 as compared with the case of not 
using the anti-reflective layer. 

30 - ■ /■ ' 

Example 66 

In this example, an Si x O y N z film within a range of values on the curve in the graph showing the relation 

.... between the thickness, of _the anti-reflective layer and the opticaL property Jo be satisfied, by the [Optimum 

35 anti-reflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3 for n and values on the curve ±0.3 for k 
shown in Example 65 was formed by the method described below to form an anti-reflective layer shown in 
Fig. 50. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, using a microwave (2.45 GHz) from a gas mixture 
40, of SihU + O2 + N2 or a gas mixture of S1H4 + N 2 0. 

Example 67 

In this example, an Si x O y N z film within a range of values on the curve in the graph showing the relation 
45 between the thickness of the anti-reflective layer and the optical property to be satisfied by the optimum 
anti-reflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3 for n and values on the curve ±0.3 for k 
shown in Example 65 was formed by the method described below to form an anti-reflective layer shown in 
Fig. 50. - • 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
so plasma CVD process or bias ECR plasma CVD process, using a microwave (2.45 GHz) from a gas mixture 
of SiH* + N0 2 + N2 or a gas mixture of SiH* + N2O and using Ar as a buffer gas. 

Example 68 

55 In this example, an Si x O y N z t&n within a range of values on the curve in the graph showing the relation 
between the thickness of the anti-reflective layer and the optical property to be satisfied by the optimum 
anti-reflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3 for n and values on the curve ±0.3 for k 
shown in Example 65 was formed by the method described below to form an anti-reflective layer shown in 
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Fig. 50. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, from a gas mixture of SiH* + 0 2 + N 2 or a gas 
mixture of SiH* + N 2 0. 

5 \ , 

— — Example-69 — • — _ _j ^ 

In this example, an Si x O y N 2 film within a range of values on the curve in the graph showing the, relation 
between the thickness of the anti-reflective layer and the optical property to be satisfied by the optimum 
70 anti-reflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3, for n and value on the curve ±0.3 for k 
shown in Example 65 was formed by the method described below to form an anti-reflective layer shown in 
Fig. 50. 

That is, in* this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, from a gas mixture of SiH* + O2 + N 2 or a gas 
75 mixture of SiH 4 + N 2 0, using Ar as a buffer gas. 

Example 70 

In this example, an Si x 0 y N 2 film within a range of values on the curve in the graph showing the relation 
20 between the thickness of the anti-reflective layer and the optical property to be satisfied by the optimum 
anti-reflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3 for n and values on the curve ±0.3 for k 
shown in Example 65 was formed by the method described below to form an anti-reflective layer shown in 
Fig. 50. 

That* is, in-. this example, a film was formed by utilizing a parallel plate plasma CVD process. ECR 
25 plasma CVD process or bias ECR plasma CVD process, using a microwave (2.45 GHz) from a gas mixture 
ofSil-U + NH 3 or a gas mixture of SiH 2 CI 2 + NH 3 

Example 71 

30 In this example, an Si x N y film within a range of values -on -the curve-, in the graph showing the relation 
between the thickness of the anti-reflective layer and the optical property to be satisfied by the optimum 
anti-reflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3 for n and values on the curve ±0.3 for k 
shown in Example 65 was formed by the method described below to form an anti-reflective layer shown in 
Figr50. - - ~ /- v - - — - — ^ - — — r .. 

35 That is; in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, using a microwave (2.45 GHz) from a gas mixture 
of SiH4 + 0 2 or a gas mixture of SiH 2 CI 2 + NH 3 using Ar as a buffer gas. 

Example 72 

40 ' 

In this example, an Si x O y N z film within a range of values on the curve in the graph showing the relation 
between the thickness of the anti-refiective layer and the optical property to be satisfied by the optimum 
an tj- r eflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3 for n and values on the curve ±0.3 for k 
shown in Example 65 was formed by the method described below to form an anti-reflective layer shown in 

45 Fig. 50. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, from a gas mixture of SiH* + NH 3 or a gas 
mixture of SiH 2 CI 2 + NH 3 . 

so Example 73 

in this example, an Si x N y film within a range of values on the curve in the graph showing the relation 
between the thickness of the anti-reflective layer and the optical property to be satisfied by the optimum 
anti-reflective layer (Fig. 14, Fig. 36) or values on the curve ±0.3 for n and values on the curve ±0.3 for k 
55 shown in Example 65 was forced by the method described below to form an anti-reflective layer shown in 
Fig. 50. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process, from a gas mixture of SihU + 0 2 or a gas mixture 
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of S1H2CI2 + NH 3 using Ar as a buffer gas. 
Example 74 



In this example, a Si x O y N 2 or Si x N y film within a range of values on the curve in the figure (Fig. 14 Fig 
J36)_sjTOwjng a relationship between the thickness of the anti-reflective layer and the o ptical property tnj^ e 



10 



30 



35 



. . . ~ ^ — T = .^j^. .v-. » v hdij^^HLMRgXty_tO,De 

satisfied by the optimum anti-reflective layer or values on the curve i0.3 for n and values on the curve 
+ _0.3 for k was etched by the following method using the resist pattern as a mask for the underlying 
material. y 

That is, the Si x 0 y N 2 or Si x N y .film was etched by a reactive etching process using a gas system of CHF 3 
(50 - 100 SCCM) + O2 (3 r 20 SCCM) under a pressure of about 2 Pa and with a power of about 100 to 
1000 W and improved with the ionic property to etch a desired pattern. 

Example 75 



75 



In this example, a Si x O y N z or Si x N y film within a range of values on the curve in the figure (Fig. 14, Fig. 
36) showing a relationship between the thickness of the anti-reflective layer and the optical property to be 
satisfied by the optimum anti-reflective layer or values on the curve s0.3 for n and values on the curve 
+ _0.3 for k was etched by the following method using the resist pattern as a mask for the underlying 
20 material. 

That is, the Si x O y N z or Si x N y film was etched by a reactive etching process using a gas system of C4F* 
(30 - 70 SCCM) + CHF 3 (10 ^ 30 SCCM) under a pressure of about 2 Pa and with a power of about 100 to 
1000 W and improved with the ionic: property to etch a desired pattern. 

25 Example 76 

In this example, a Si x O y N 2 or Si x N y film within a range of valufcs "on the curve in the figure (Fig. 14. Fig. 
36) showing a relationship between the thickness of the anti-reflective layer and the optical property to be 
satisfied by the optimum anti-reflective layer or values on the curve ±0.3 for n and values on the curve 
+ _0.3 for k was etched by the following method using the resist pattern as a mask for the underlying 
material. . , 

That is, the Si x 0 y N 2 or Si x N y film was etched by a reactive etching process using a gas system of S2F2 
(5 - 30 SCCM) under a pressure of about 2 Pa and with a power of about 100 to 1000 W and improved with 
the ionic property to„etch. a desired„patteriv 



Example 77 
in 



this example, in a case of forming a stable resist pattern on. a silicon substrate such as of single 
crystal silicon, polycrystalline silicon, amorphous silicon or doped polysilicon and, on a silicon oxide film 
such as Si0 2 on the underlying material by using a KrF excimer laser, it has been found according to the 
present invention that use of an organic or inorganic film having n = 1.8 - 2.6 and k = 0.1 - 0.8, 
particularly, a Si x 0 y N 2 or Si x N y film at a film thickness of 20 - 150 nm as the anti -reflective layer was 
desirable. 

In a case of using the Si x 0 y N 2 or Si x N y film as the anti-reflective layer, the film could be formed by 
45 various types of CVD processes. Further, Si x 0 y N 2 or Si x N y could be etched by RiE using CHF 3 , C 4 F 8t 
CHF 3 , S2F2 series gas. as an etchant and improved with the ionic property. 

That is, in this example, the present invention was applied in a case of using the Si x o y N z or Si x N y film 
as the anti-reflective layer for forming a stable resist pattern on a silicon series substrate such as single 
crystal silicon and, on a silicon oxide film such as Si0 2 , on the above-mentioned substrate by using KrF 
so excimer lithography. 

As shown in Fig. 53, in .the method of forming a resist pattern in this example, an anti-reflective layer 
ARL was formed with Si x 0 y N 2 or Si x N y on a silic substrate such as single crystal silicon, a photoresist PR 
was formed on the anti-reflective layer ARL, or the photoresist PR was formed after forming the silicon 
oxide film such as Si02 on the anti-reflective layer, thereby forming a resist pattern. 
55 In this example, the present-invention was applied, particularly, in a case of forming a silicon oxide film 
such as SiCb on a silicon series substrate such as of single crystal silicon or on the material layer, which 
was patterned by a photolithographic st p using the photoresist PR and a etching step, in which Si x O y N z or 
Si x N y was used as the anti-reflective layer ARL 
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At first, description will be made to procedures for selecting an organic or inorganic film, particularly, a 
Si x O y N z or Si x N y film having n = 1.8 * 2.6 and k = 0.1 - 0.8 at a film thickness = 20 - 150 nm as an anti- 
reflective layer on the silicon series substrate such as of single crystal silicon or on the underlying material, 
as well as a method of determining the condition to be satisfied therewith. The following procedures (1) - (6) 
s were conducted. 

(1) XP 8843 resist (manufactured~b^$hipl^Microelectrbnics-eo:)-was-coated-on-a-Si-series-substrate 
without an anti-reflective layer and exposed by a KrF excimer laser beam at a wave length of 248 nm, 
followed by development. Fig. 41 shows the standing wave effect in this case. As shown in . Fig. 41, the 
standing wave effect was about ±20%. 

io (2) In Fig. 2, the maximum value of the standing wave effect situates, for example, at 985 nm of the 
resist film thickness. Fluctuation for the amount of absorbed light in the resist film was determined 
relative to the change of optica) constants n arl , k aM of the anti-reflective layer, taking notice on the resist 
film thickness of 985 nm, and setting the thickness of the anti-reflective layer to 30 nm. 
(3) The procedure (2) was repeated for each of a plurality of resist films of different thicknesses. 

75 (4) The results are shown in the figures and a common region in them, was determined. Such a 
procedure was determined for each kind of the film thicknesses of the anti-reflective layers, by which an 
optimum value (n value, k value) for the optical property of a certain film thickness was determined. For 
instance, the optimum condition to be satisfied by the optimum anti-reflective layer in a case of setting 
the thickness of the anti-reflective layer as 32 nm was: • * 

20 n ar1 = 2.0 k aM = 0.55. . 

Further, the optical condition to be satisfied by the optimum anti-reflective layer upon setting the 
thickness of the anti-reflective layer as 100 nm was: 
n aM = 1.9.k arl = 0.35. 

When the standing wave effect was determined by using the above-mentioned two conditions, 
25 results as shown in Figs. 54 and 55 were obtained. In Figs. 54 and 55, the standing wave effect shown at 
the optimum value was extremely small and it was less than about ±1% in each of the cases. The 
standing wave effect was reduced to less than about 1/20 as compared with the case of not using the 
anti-reflective layer. . . * ■ 

(5) The procedures (2) r (4) described above were applied to a case of setting the thickness of the anti- 
30 reflective layer as 32 nm and 100 nm. When the procedures (2) - (4) were repeated also to other 

different thicknesses of the anti-reflective layer (ARL layer thickness), an optimum condition for the anti- 
reflective layer depending on the thickness of the anti-reflective layer could be determined. 

(6) .It was investigated as to whether film species capable of satisfying the condition to be met by the 
anti-reflective layer determined in" (5) above were present or not by using a spectroscopic ellipsometer - 

35 (SOPRA Co.). As a result it has been found that the optical constants show the change in Fig. 56 
corresponding to the condition upon forming the Si x O y N 2 or Si x N y film by using the CVD process. The 
regions shown by open circles in Fig. 56 satisfy the conditions for (4) described above. Figs, 54 and 53 
show the results determining the standing wave effect under the condition shown by the open circles in 
Fig. 5. In each of the cases, the standing wave effect was less than about ±1.0% by using the Si x 0 y N 2 or 

40 Si x N y film as the anti-reflective layer and the standing . wave effect was reduced,; to about 1/20 as 
compared with the case of not using the anti-reflective layer. 

Example 78 

45 In this example, Si x O y N z or Si x N y was used as the anti-reflective layer ARL, particularly, in a case of 
patterning a silicic substrate such as of polycrystalline silicon, amorphous silicon or doped polysilicon, or a 
silicon oxide film such as Si O2' on the silicic layer by. a photolithographic step using a photoresist PR and 
an etching step by using the method shown in Example 77. 

At first, description will be made to the procedures for selecting an organic or inorganic film having n = 
50 1.8 - 2.6 and k = 0.1 - 0.8 at a film thickness of 20 - 150 nm, in particular, a Si x 0 y N 2 or Si x N y film as an 
anti-reflective layer on a silicon series substrate such as of polycrystalline silicon, amorphous silicon or 
doped polysilicon by using the same method as in Example 77, as well as a method of determining the 
condition to be satisfied therewith. 

(1) The optical condition to.be satisfied by the optimum anti-reflective layer with a thickness of the anti- 
55 reflective layer, for exampleT of 33 nm by using the same method as in Example 77 was n arl = 2.01, k ar i 
= 0.62. When the standing wave effect was determined by using this condition, the r suit as shown in 
Fig. 57 was obtained. The standing effect in Fig. 57 was extremely small and it was about less than ±1% 
in each of the cases, The standing wave effect was reduced to about 1/20 as compared with the case of 
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not using the anti-reflective layer. 

(2) The foregoing procedures were applied to the case of setting the thickness of the anti-reflective layer 
to 33 nm. When the above-mentioned procedures were repeated also for other anti-reflective layers of 
different thicknesses (ARL layer thickness), an optimum condition for the anti-reflective layer in accor- 
5 dance with the thickness of the anti-reflective layer was obtained. 
~^ *" ~(3TThe conditid7rtc^be~satisfi^ 

shown by open circles in the change of the optical constants corresponding to the condition upon 
forming the Si x O y N 2 or Si x N y film by using the CVD process (refer to Fig. 56). Fig. 57 shows the standing 
wave effect in the case of using the Si x O y N 2 or Si x N y film at a thickness of 33 nm as the anti-reflective 
70 layer on the silicon series substrate such as of polycrystalline silicon, amorphous silicon and doped 
polysilieon and in a case of not using the anti-reflective layer. The standing wave effect in a case of 
setting the thickness of the Si x O y N 2 or Si x N y film to 33 nm was less than about ±1.0% and the standing 
wave effect was reduced to less than about 1/20 as compared with the case of not using the anti- 
reflective layer. 

.75 

Example 79 

In this example, the Si x O y N 2 film shown in Examples 77 and 78 was formed by the following method to 
form an anti-reflective layer as shown in Example 53. 
20 That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process using a microwave (2.45 GHz) for a gas mixture of 
SihU + O2 + N 2 or a gas mixture of SiH* + N 2 0. 

Example 80 

In this example, the Si x O y N 2 film shown in Examples 77 and 78 was formed by the following method to 
form the anti-reflective layer as shown in Fig. 53. 

That is, in this example, the film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or bias ECR plasma CVD process at a microwave (2.45 GHz) from a gas mixture of 
30 SiHi + O2 + N 2 or a gas mixture of SiH* + N 2 0 using Ar as a buffer gas. 

Example 81 ■' 

In this example, the Si x O y N z film f shown in Examples 77 and 78 was formed by the following method to 
as form the anti-reflective layer as shown in Fig. 53. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or a bias ECR plasma CVD process from a gas mixture of SiH 4 + O2 + N 2 or a gas 
mixture of SiH* + N 2 0. 

40 Example 82 

In this example, the Si x O y N z film shown in Examples 77 and 78 was formed by the following method to 
form the anti-reflective layer as shown in Fig. 53. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
45 plasma CVD process or a bias ECR plasma CVD process from a gas mixture of SiH* + 0 2 + N 2 or a gas 
mixture of Si H4 + N2O and using Ar as a buffer gas. 

Example 83 

50 In this example, the Si x N y film shown in Examples 77 and 78 was formed by the following method to 
form the anti-reflective layer as shown in Fig. 53. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or a bias ECR plasma CVD process using a microwave (2.45 GHz) from a gas mixture 
of SiH* + NH 3 or a gas mixture jpf SiH 2 CI 2 . + NH 3 . 
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Example 84 

In this example, the Si x N y film shown in Examples 77 and 78 was formed by the following method to 
form the anti-reflective layer as shown in Fig. 53. 
5 That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 

plasmaXVD-process^or_a_bias,ECB- plasm a_CVD_ pro cess usin g a microwave (2.45 GHz) from a g as mixture 

of Sim + O2 or a gas mixture of SiH 2 Cl2 + NH 3 using Ar as a buffer gas. 

Example 85 

10 V 1 ' ' . 

In this example, the Si x N y film shown in Examples 77 and 78 was formed by the following method to 
form the anti-reflective layer as shown in Fig. 53. ^ 

That js, ia this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or a bias ECR plasma CVD process from a gas mixture of SiHU + NH 3 or a gas 
75 mixture of S1H2CI2 + NH 3 . 

r 

Example 86 

In this example, the Si x N y film shown in Examples 77 and 78 was formed by the following methodto 
20 form the anti-reflective layer as shown in Fig. 53. 

That is, in this example, a film was formed by utilizing a parallel plate plasma CVD process, ECR 
plasma CVD process or a bias ECR plasma CVD process from a gas mixture of SiHv + O2 or a gas 
mixture of SiH 2 Cb + NH 3 using Ar as a buffer gas. 

25 Example 87 * 

In this example, the Si x 0 y N 2 or Si x N y film shown in Examples 77 and 78 was etched as the underlying 
material using the resist pattern as a mask by the following method. 

That is, the Si x O y N 2 or Si x N y film was etched by a reactive etching process using a gas system of CHF3 
30 (50 - 100 SCCM) + 0 2 (3 - 20 SCCM), under a pressure of about 2 Pa, with a power of about 100 - 1000 
W and with the improved ionic property, to obtain a desired pattern by. etching. 

. ■ ■ _ ■ , ..« ■ 

Example 88 



35 In this example, the Si x O y N z or Si x N y film shown in Examples 77 and 78 was etched as the underlying 

material using the resist pattern as a mask by the following method. 

That is, the SixO y N z or Si x N y film was etched by a reactive etching process using a gas system of C4F8 

(30 - 70 SCCM) + CHF 3 (10 - 30 SCCM), under a pressure of about 2 Pa, with a power of about 100 - 

1000 W and with the improved ionic property, to obtain a desired pattern by etching. 
40 ' . . . * / 

Example 89 

In this example, the Si x O y N z or Si x N y film shown in Examples 77 and 78 was etched as the underlying 
material using the resist pattern as a mask by the following method. 
45 That is, the Si x o y N z or Si x N y film was etched by a reactive etching process using a gas system of S2F2 
(5 - 30 SCCM), under a pressure of about 2 Pa, with a power of about 100 - 1000 W and with the improved 
ionic property, to obtain a desired pattern by etching. - 

As has been described above, according to the present invention, in a case of forming a resist pattern 
> on an optional underlying material (substrate) by using an optional monochromatic light as an exposure 
50 optical source, the condition for an anti-reflective layer used therein can be determined such that a stable 
resist pattern can be formed satisfactorily even if the resist pattern is fine. Further, according to the present 
invention, an anti-reflective layer with such a condition can be formed. Furthermore, according to the 
present invention, a novel anti-reflective layer can be developed to provide a method of forming a resist 
pattern using such an anti-refleptive layer. 
55 ' • — 
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Example 90 

In this example, a SiOxNy film is formed by using SiHU and N 2 0 mix gas as raw gas. It is recognized 
that the formed film contains hydrogen. 

_5 BeferrmgJgjNg . 58 and Fig. 5 9, Fig. 58 shows relationship between current ratio SihU/N 2 0 and n, k 

value of the formed film in this example. Fig. SSTshows re lationshiprbie twee n^current 'ratio - Si H*7N2 0-and 
atomic "ratio of Si, O, N, H (atoni %) of the formed film in this example. As is understood through Fig. 59. 
the formed SiOxNy film contains H, though the contain ratio changes according to current ratio SiH 4 /N 2 0. It 
shows the fact that SiOxNyHz film is formed. 
70 Oualitavely speaking, as appeared in IR spectrum of Fig. 60, in any case of various current ratio, there 
exists not only peaks showing Si-O, or Si-N bond but exists peaks showing N-H, Si-H bond. 

It is considered that the existence of such hydrogen makes a contribution to the anti-reflect effect to a 
- certain extent. It is considered that there exists hydrogen in any shape in, obtained film, when hydrogen- 
containing raw gas is used. Especially, in film forming method using plasuama, the existence of such 
rs hydrogen is remarkable. 

In this example, varioius x. y. z values of SioxNy Hz film investigated from the current ratio SiHU/N 2 0 
based on Fig. 58 which gives most suitable k and n value for i-line and excimer laser are shown in following 
table 1. In this experimet, WSi as refractry metal silicide, WSi with Si0 2l and ; AI-1wt%Si as metal material 
are used as underlying material. And on the above mentioned underlying materials, various thickness of 
20 anti-reflective layers are formed on said underlying materialising said SiH*/N 2 0 mixed gas. 

TABLE 1 



x. y. z values of SioxNyHz 


No 


underlying material 


light 


thickness of 
anti-reflective layer (nm) 


x 


y 


z 


current ratio of Sil-U/N 2 0 


1 


WSi 


i-line 


27 


0.614 


0.227 


0.432 


1,0 


2 


WSi (with Si0 2 


excimer 


30 


0.479 


0.208 


0.375 


1.43 


3 


Al-Si 


etxcimer 


24 


0.358 


0.189 


0.358 


1.85 


4 


. .Al-Si ... 


excimer 


70 


0.842 


0.263 


0.526 


0.66 



35 

* Points of current ratio corresponding to the above 1 to 4, there are drawn the lines showing them, in 
Fig. 59. 

-According to the present invention, the followings are understood. In case that SiOxNy:Hz is used as an 
anti-reflective layer for WSi for wavelength 150 to 450 nm, it is preferred that x is 0.03 to 0.80, and y is 0.10 
to 0.30. z can be sero, but when hydrogen is contained, it is preferred that z is 0.20 to 0.60. 
40 According to the present invention, the followings are also understood. In case that SiOxNy:Hz is used as 
an anti-reflective layer for Al-Si for wavelength 150 to 450 nm, it is preferred that x is 0.03 to 0.70, and y is 
0.05 to 0. 30. z can be sero, but when hydrogen is contained, it is preferred that z is 6.1 to 0.5. 

As shown in Fig. 61 , ordinarily used current ratio of Si H4/N2O for forming SiOxNy film is 0.2 to 2.0. 

Figs. 62 and 63 show simulated anti-reflect effect ( effect for decreasing standing wave) when anti- 
45 reflective layers obtained in this example are used. Fig. 62 shows the case that WSi with.SiOa is used as 
underlying material. Fig. 63 showsithe case that Al-Si is used as underlying material. By referring Figs. 62 
and 63, it is understood that in the case having anti-reflective layers (with ARL) there diminished most of 
standing effect, compared with the case having no anti-reflective layers (without ARL). 

Fig. 64 shows the measured anti-reflect effect on 0.44 m line and space pattern in real i-line lithography 
50 process. By referring Fig. 64, anti-reflect effect in this example is also understood. 

Figs. 65 and 66 show simulated anti-reflect effect. Fig. 65 shows the case that WSi is used as 
underlying material (i-line, absorption ratio). Fig. 66 shows also the case that WSi is used as underlying 
material (i-line, reflective ratio). An anti-reflective layer of 30 nm with n, k, value described in the Figures is 
formed, and deta are measured 6y using photoresist with n, k, value described in the Figures. Superior anti- 
55 reflective effect is obtained in both case of absorption ratio and reflective ratio. 

Figs. 67 and 68 show the relationship between thickness of photoresist and critical dimension. The 
experiment is operated using WSi as underlying material, and KrF excimer laser. Fig. 67 shows the case 
that data are measured concerning 0.30 m line and space pattern. Fig. 68 shows the case that data are 
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measured concerning 0.35 m line and space pattern. In both cases, chemical amplifying posi resist is used. 

Example 91 „ 

5 As aforementioned, the material n value of which' is about 2.4 and k value of which is about 0.7 is 

-suitable-as-an-antUreflectiveJayer,for„excimer_laser on, for exam ple, refractor y metal silicide. And also as 

aforementioned, SiOx, SINx, or SiOxNy is effective such an anti-reflecive layer as described above. It is 
considered that SiOx, SiNx, or SiOxNy with the n value and k value as described above which is effective 
for anti-reflectivity can be formed by controlling the n value and k value by controlling the element ratio x 
10 and y. It is , however, difficult to obtain a film with desired n value and k value by controlling the ratio by 
suitable means. * 

In this example, in order to obtain a film with desired n value and k value, the anti-reflective layer is 
formed by using as raw gas containing at least silicon element and oxide element. For example, in order to 
control the element ratio x of SiOx, by using gas' current ratio as parameter, it is possible to make x smaller 
;s through using higher ratio of raw gas containing silicon element. As a result, the atomic ratio can be 
controlled, and the optical constant (n, k) can be controlled. 

In this example, SihU, is used as raw gas containing at least silicon element, and N2O is used as raw 
gas containing at least oxide element. The film with desired anti-reflective effect can be, formed by 
controlling the optical constant through using current ratio of Sim and N 2 0 as parameter. Fig. 58 shows the 
20 change of the optical constant of the formed film when the current ratio of. SiHU and N2O in parallel 
electrodetype plasuma CVD camber is changed. The suitable example of film forming conditions for 
excimer lithography are as follows. 
SihU = SOsccm . 
N 2 0 = 50sccm 
25 RF power = 190W 

pressure = 332.5Pa <2.5torr) 
temperature of the substrate = 400 C 
distance between electrodes = 1 cm 

In the above mentioned means, current ratio of raw gas is mainly used as to control optical 
30 constant, however, pressure of film forming atmospere, RF power, or temperature of the substrate can be . 
used to control optical constant as parameter. 

Example 92 . . . 

35 In this example, an anti-reflective layer is formed by using at least one kind of organic compounds 
containing at least silicon element as raw material. As a result of using an organic compound, coverage of 
an anti-reflective layer on step improves. Namely, a difference between thickness of an anti-reflective layer 
on even portion and that of perpendicular portion of step in this example is small, and uniformity of anti- 
reflective effect in semiconductor device tip improves. 
40 In this example, as an organic compound which has improved step coverage is used, this example can 
be said it is especally effective for device with severe unevenness. As an organic compound, for example, 
TEOS, OMCTS (SUO(CH 3 )8;Si/Uratio = 1), HMDS (Si 2 0(CH 3 )8;Si/Oratio =2) and so on can be used. In this 
example, used conditions for forming film in parallel electrode plasuma CVD chamber are as follows. 
OMCTS = 50sccm 
45 RF power = 190W 

pressure = 332.5Pa (2.5torr) 
temperature of the substrate! = 400 * C 
distance between electrodes = 1 cm 

so Example 93 . ^ . t 

When Si content of desired film is larger than the above example 92, Sim, which is Si source gas 
without containing O, N, can be added. In this case, the example of conditions for forming film in parallel 
electrode plasuma CVD chamber are as follows. 
. 55 OMCTS = SOsccm 

SihU = 5sccm 

RF power = 190W 

pressure = 332.50Pa (2.5torr) 

31 



oocia <ep 



0588067A2 l_> 



temperature of the substrate = 400 *C 
Claims 
1. In 



a method of forming a resist pattern by forming an anti-reflective layer on an underlying metalic 



10 



15 



20 



the an«,ref,ective .ayer is formed by an organic or inorgaic substance under^ iZrtZZ ^ZZ 
thickness and the optimum refractive indices determined by the following means., which comprises- 

(I) determining an equi-contour line for the amount of photoresist absorption to a photoresist of an 
optionally determined film thickness using the optical condition for the anti-reflective layer as a 

parameter, 

(II) determining equi-contour lines for the amount of photoresist absorption for a plurality of resist 
film thicknesses in the same manner as in (I) above. , 

(III) finding a common region for the. amount of the photoresist absorption for each of the equi- 
contour lines obtained in (II) above and setting the optical condition defined by the common region 
as an opt.mum optical condition for the anti-reflective layer in the condition defined initially in (I) 
above, v ' 

(IV) determining the optical condition for the anti-reflective layer by conducting the same procedures 
as described above while changing the condition for the anti-reflective layer and 

(V) finding the optimum optical condition for the anti-reflective layer in a condition for the anti- 
reflective layer according to (IV) above. 

wherein an anti-reflective layer is formed on an underlying metalic material by using an organic or 
inorganic substance having a value within t0.6 for the reflection refractive index n and a value within * 
for the absorption refractive index k wherein the reflection refractive index n and the absorption 
25 refractive index k are determined according to. (V) above, and forming a photoresist on said anti- 
reflective layer, thereby forming the resist pattern. 

2. A method of forming a resist pattern, where in an SiO x film having reflection refractive index n = 2 4 £ 
0.6 and absorptive refractive index k ^ 0.7 £ 0.2 is used as an anti-reflective layer on an underlying 

30 metalic material. 

3. A method of forming a resist pattern as defined in claim 2, wherein the thickness of the anti-reflective 
layer is 30 ± 10 nm. 

as 4. A method of forming a resist pattern, wherein a Si x 0 y N 2 film or a Si x N y film having reflection refractive 
mdex n - 2.4 t 0.6 and absorption refractive index k = 0.7 t'0.2 is used as an anti-reflective layer on 
the underlying metalic material. 

5. A method of forming a resist pattern, as defined in clams 1, wherein the underlying metalic material 
40 comprises a refractory metal silicide. 

6. A method of forming a resist pattern as defined in claims 2, wherein the underlying metalic material 
comprises a refractory metal silicide. 

-45 7. A method of forming a resist pattern as defined in claims 3, wherein the underlying metalic material " 
comprises a refractory metal silicide. 

i 

8. A method of forming a resist pattern as defined in claim 4, wherein the underlying metal material 
comprises a refractory metal silicide. * . ' 

so . ' ■ 

9. A method of forming a resist pattern, in which a Si x O y N 2 film is formed as an anti-refrective layer on the ' 
underlying metalic material thereby forming a resist pattern. 

10. A method of forming a resist pattern as defined in claim 9, weherein the metalic material is anyone of 
,55 an aluminum, and aluminum -alloys. 

1 1. A method of forming a resist pattern in which a Si x O y N z or Si x N y film as an anti-reflective 
layer is formed on an underlying silicic series material, thereby forming a resist pattern. 
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12. A method of forming a resist pattern, as defined in claim 11, weherein the silicic material comprises 
any one of single crystal silicon, polycrystaltine silicon, amorphous silicon and doped poly-silicon. 

13. A method of forming a resist pattern as defined in claim 4, wherein the thickness of the anti-reflective 
5 layer is less than 60 nm. 

14. A method of forming a resist pattern as defined in claim 5, where in the thickness of the anti-reflective 
layer is less than 60 nm. * • 

io 15. A method of forming a resist pattern as defined in claim 6, where in the thickness of the anti-reflective 
layer is less than 60 nm. 

16. A method of forming a resist pattern as defined in claim 7, wherein the thickness of the anthref lective 
layer is less than 60 nm. 

75 ' * 

17. A method of forming a resist pattern as defined in claim 8, wherein the thickness of the anti-reflective 
layer is less than 60 nm. 

18. A method of forming a resist pattern as defined in claim 9, where in the thickness of the anti-reflective 
20 layer is less than 60 nm. . ' 

19. A method of forming a resist pattern as defined in claim 10, wherein the thickness of the anti -reflective 
layer is less than 60 nm. 

25 20. A method of forming a resist pattern as defined in claim 11, wherein the thickness of the anti-reflective 
. layer is less than 60 nm. , 

21. A method of forming a resist pattern as defined in claim 12, wherein the thickness of the anti-reflective 
layer is less than 60 nm. 

22. A method of forming a resist pattern in which an anti-reflective layer is formed by anyone of silicon 
oxide nitride containig hydrogen,' silicon oxide containing hydrogen, silicon nitride containing hydrogen, 
or silicon carbide containing hydrogen, and at least one resist layer is formed on the anti-reflevtive 
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23. A method of forming resist pattern, wherein SiO x N y H 2 film, in which x is 0.30 to 0.80, y is 0.10 to 0.30, 
z is 0 to 0.60;. is formed as an anti-reflective layer on underlying refractory metal silicide for exposure 
wavelengths from 150 to 450 nm, and at least one resist layer is formed on the anti-reflevtive layer. 

40 24. A method of forming resist pattern, wherein SiO x N y H 2 film, in which x is 0.30 to 0.80, y is 0.10 to 0.30, 
2 is 0,20 to 0. 60, is formed as an anti-reflective layer on underlying refractory metal silicide for 
exposure wavelengths from 150 to 450 nm, and at least one resist layer is, formed on the anti-reflevtive 
layer. • 

45 25. A method of forming a resist pattern, as defined in claim 23, wherein the refractotry metal silicide is 
lingsten silicide. 

26. A method of- forming a resist pattern, as defined in claim 24, wherein, the high melting point metal 
silicide is tungsten silicide. 

27. A method of forming resist pattern, wherein SiO x N y H 2 film, in which x is 0.30 to 0.70, y is 0.05 to 0.30, 
z is 0 to 0.50, is formed as an anti-reflective layer on underlying metalic material for exposure 
wavelengths from 150 to 450 nm, and at least one photoresist layer is formed on the anti-reflevtive 
layer. v; . • 

28. A method of forming a resist pattern, wherein SiO x N y H 2 film, in which x is 0.30 to 0.70. y is 0.05 to 
0.30, z is 0,1 to 0:50, is formed as an anti-reflective layer on underlying metalic material for exposure 
wave lengths from 150 to 450 nm and at least one resist layer is formed on the ariti-reflevtive layer. 

33 
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29. A method of forming resist pattern as defined in claims 27. wherein the m^taiir m=,t=ri=i • 

aluminum and aluminum alloys. tal,C mater,al ,s anyone of an 

30. A method of forming a resist pattern as defined in claim 28, wherein the metalic material «„ 

s an aluminum and aluminum alloys. material is anyone of 

"~" 31 ~^S^° FmlH ' 3 r6SiSt Pattern 38 def,ned C ' aim 29 ' Wherein the meta,ic ™* ria ' * a '^m7 

,o 32 - isEia' resist pattern as defined in c,aim »■ wherein the * - 

33. A ^ method, of forming film by vapor phase deposition using as a raw gas containing at least silicon 
element and ox.de element, wherein the ratio of silicon element to oxide element is as fJoZ 

0.4 S [Si]/[0] S3 

u:^rr ln9 s,m 35 de,ined ,n cia,ms 32 ' " eherein me • « *«■ 
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ratio of said Sit-U and N 2 0 is as follows. 
OAS [SiH^MNaO]^ 3 
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FIG. 1 



Method of determining optimum condition 



Plot the trace of fluctuation for 
the amount of absorbed light using 
n, k of ant i -reflective layer as 
parameter 



Plot the traces of fluctuation for 
the amount of absorbed light 
relative to resist film thickness 



Determine n, k of ant-reflective 
layer by taking common region for 
the amount of photoresist absorption to 
each of traces 



— Ill 



Determine n, k by same procedures 
while changing anti-reflective 
layer 



IV 



Determine n, k for opt imum.condi t ion 



Determine ant i -reflective layer with 
layer thickness of optimum condition 
with substance having n, k at optimum 
condition 
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Standing wave effect (on Si) 




900 950 1000 1050 1100 

Resist fii m thickness (nm) 

Condition 
Resist: XP8843(n=1. 802, k=0.0107) 
Substrate : Si (n=1.572,k=3.583) 

.^■68.8 nm in which n=1.802,X=248nm 
Zn 
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Fig. 3. 



^ Trace of fluctuation for the amount of absorbed 
U*ht in a resist fii m wh e n nari ., k arl are chanffed 
while fixing thickness of anti-reflective layer 
ARL for a certain resist film thickness 



n 




Resist film thickness: 985nm 
Anti-refle&tive layer thickness: 20nm 
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Fig. 4 

Tr«>. for sth.r ,„ ut tll , , Mck 



n 




Resist fii m thickness: lOOOnm 
Anti-reflective layer thickness: 20nm 
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Fig. 5 

Trace for other resist' film of different thickness 

- : _ • 1 .' 2 ..: 3 4 • 5_ 
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Resist film thickness : 1018nm 
Anti-reflective layer thickness: 20nm 
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FIG.7 



Standing wave effect (on W-Si) 
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X=248nm, 
XP8843onW-Si, 
npR=1.802, k ra =0.0107. 
nsui>=1. 96. ksub=2. 69 



EP 0 588 087 A2 



Fig.8 

Trace of fluctuation for the amount of_absorbed 
liffht in resist film relative to "the chan£e"~of n 
k arl for resist film thickness of 985 run in a case 
of anti- reflective layer at 30 nm thickness 
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X=248nm 

XP8843/ARL/W-Si 
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Fig.9 

Trace for the resist film thickness of 1000 inn 
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n PR = 1.802 , kpR= 0.0107 , dPR = 1.0 >im 
narl , kart : parameter , darl= 0.03 pm 
nsub = 1.96 , ksub= 2.69 
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Fig.10 



Trace for the resist film thickness of 1017.5 nm 
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Fig.11 

Trace for the resist film thickness of 1035 nm 




1 2 3 4 5 



k 

X= 2A8 nm 

XP8843 / ARL / W-Si 
n PR = 1.802 , kp'R= 0.0107. dPR = 1.035jjm 
n a rt , kart : parameter , darl= 0.03 jjm 
nsub = t.96 , ksub= 2.69 
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FIG. 12 
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Standing wave effect at optimum condition 
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FIG.13 
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FIG.14 

Relation between layer, thickness and n of 
ant i -reflective layer 
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FIG. 15 

Relation between layer thickness and k of 
ant i -reflective layer 
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Fig. 16 

n, k chart (248 nm) 
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Anti-reflective effect of SiC (50* rim) on W-Si 
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Fig.18 

Light interference in resist film 




P : Incident light 
R: Reflection light 
PR: resist 
S: substrate 
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Fig.19 



Standing- wave effect 
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Fig.20 
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FIG.21 



Standing wave effect 
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Influence of step 
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Fig.23 



Influence of standing wave effect 
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Fig.25 — — 

Influence of standing wave effect 
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FIG.26 

Relation between fluctuation for the amount of 
photoresist absorption and dimensional change of pat t 
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Fig.27 

Structure of example 




PR: photoresist 

ARL: anti-reflective layer (SiC) 

G : Hig-h melting- metal silicide (WSi gate) 

S : Substrate 
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Fig.28 



Structure of example 
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Fig. 29 

Standing wave effect 
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Fig. 30 



Trace of fluctuation at resist film thickness of 
982 nm 
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X = 248nm, 

XP8843/ ARL / AI , Al - Si , Al -Si- Cu , 
npR = 1.802 , kpR=0.0l07, dPR = 982nm, 
nari , karfc parameter , dari = 30 nm, 
n S ub= 0.089 , ksub = 2.354 
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Fig. 31 

Trace of fluctuation at resist film thickness of 
1000 run 
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Fig. 33 

Trace of fluctuation at resist film thickness of 
1035 nm. 
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FIG.34 



Standing wave effect at optimum condition 
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FIG.35 



Standing wave effect at optimum condition 
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Fig.37 



Figure showing; dependence of n, k value of SiC film 
on film forming condition 

Dependence of optical property (n value, k value ) 
of SiC film on . deposition condition 
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Anti-reflective effect of SiC film (20 nm) on Al 
Al-Si, Al-Si-Cu (Example 1) 
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FIG.39 

Ant i -reflective effect of SiO film (30nm) on Al, 
Al-Si, Al-Si-Cu (Example 7) 
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Fig. 40 

Structure of example 




PR: photoresist :' ..' . 

ARL: anti-reflective layer (SiC or SiO) 
S: Si substrate . v 
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FIG.41 



Standing wave effect 
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FIG. 42 

Ant i -reflective effect of SiC film (25nm) on 
Si substrate (Example 1) 
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FIG.43 

Ant i -reflective effect of SiO film (30nm) on 
Si substrate .(Example 2) 
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Fig. 4 4 

Structure of example 




PR: photoresist 

ARL: anti-reflective layer (SIC) 

G: high melting metal silicide (WSi gate) 

S : substrate 
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Fig. 45 

SiO film forming- behavior by ECR-CVD 
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Anti-reflective effect of SiO (24 nm) on W-Si 
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Fig.47 

Structure of Example 53 




PR: photoresist 

ARL: anti-reflective film 

G: high melting metal silicide (WSi gate) 
S: substrate - 
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Fig. A 8 

Si x O y N z film forming behavior by ECR-CVD 
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Anti-reflective effect of Si x O y N z (25 nm) on W-Si 
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FIG.50 



Structure of Example 65 




PR: Photoresist 

OX: Oxide f i ImCSiOz, etc. , may be saved) 

ARL: Ant i -reflective layer 
6: Metal wi ring material 
S: Substrate 
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FigTST 



Optical constant property of Si x 0 y N z , Si x N y 
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Fig.52 



Standing wave effect at optimum condition 
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FIG.53 

Structure of Example 65 




PR: Photoresist 

OX: Oxide film(Si0 2 , etc., may be saved) 

ARL: Ant i -reflective layer 

G: Silicic material (single crystal silicon, 
po I yc rysta 1 1 i ne s i I i con, amorphous s i I i con, 
doped polysi I icon) . 
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Fig. 54 



Anti-reflective effect of Si x O y N y film, Si v N v film 
(32 nm) on Si substrate 



to 



o ^ 

01 



o 
e 
< 



cn 



1.0 
0.9 
0.8 
0.7 

0.6 
OS 
OA 
03 



0.90 032 0.94 0.96 0.98 1.00 1.02 1.04 1.06 1.08 1.10 

L l ' i I 



0.2 r 
0.1?" 



0 t 




Optimum value 



05 
.4 

03 
0.2 
0.1 



1 11 > 1 ■ ■ ' 1 ■ ■ 1 1 



0.90 0.92 034 0.96 038 1.00 1.02 1.04 1.06 1.08 1.10 
Resist film thickness [jjm] 



0 



X P8843/S1X0YN2, SixNy (32nm) /Si 
nSixO y N z = 2.0 
kSix0 y N 2 =0S5 



OOCID: <EP, 0S88067A2J_> 



88 



> ^ * cr y ooouo/ 

~ i> s 



Fig. 55 



Anti-reflective effect of Si x O y N y film, Si x N y film 
(100 nm) on Si substrate • 
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Fig. 56 

Optical constant property of Si x O v N 7 , Si^N 
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